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^= (57) Abstract: Anthracene derivatives represented by the gen- 

eral formula (1) which little cause crystallization and are freed 
from thermal decomposition in vapor deposition and which ex- 
hibit high luminous efficiency and attain uniform light outputs 
even at high temperature; and organic EL devices made by using 
the same: (1) [wherein Ar is a group represented by the general 
formula (2): (2) (wherein L 1 and L 2 are each optionally substi- 
tuted methylene, ethylene, or the like and at least one of L l and 
L 2 is present); Ar* is optionally substituted aryl having 6 to 50 
nuclear constituent carbon atoms; X is alkyl or the like; a and b 
are each an integer of 0 to 4; and n is an integer of 1 to 3]. 
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=f-)\s 1 — Y v F U 2 - t -7*77U 3 -- f > K D 4 - t -7'^;b 3 - 
^ > K y ;bS^#W£n£„ 

mt LTti7xi-;bS. l-^-7^;b^, 2 --^-7^;^. l-7>h'J;H N 
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2 - T > h y 9 - T > h y ;US. l-7xt>MJ 2-7xt>h 

V 3 - "7 * > h U 4-7it>h'J 9-7it>h'J 

. 1 -i-7 ?-te—)ism, 2-t7^t^;H N l-t'U^ 
2-fb-;ug > 4-fcTU^;^ 2-b'7x-M;H, 3-t*7x^ 
4-t'7x^K;H, p - ? — 7 4 --f p -Z—y 

3 p-^-7x^-2-^;H, m-^-7x-;i/-4- 

-f^S. m-^-7x^-3-^;H N m-y-7xx;i- 2 --ObS, 0 - 

h y m- h y ;uai % p - h y p - 1 --r^fr-y p - ( 2 

-7^^-;u-7*a 7x^;H, 3 -7 2 -t-?? 1 ;^ 4-7^;b- 
\--r-y^-)vm, 4-^f;i,-i-7>hU;H, 4' -^^utf-T-^^u^b 
4 " - t-7'f jl/-p-^-7x^;u-4-^;H x 2 - t°a y 3- 
fay;uS, t7y^;H, 2 - try 3-b-'Jy-;H % 4-fijy 

— 2 --f > K y ;bSs 3 — > K y 4 --r > K y 5 --f > K 

y 6 — r > h y 7 -f > k y 1 --r v-r > k y 3 -^r 

V^>h'y^S> 4--fv^>Ky;uS. 5-^v^>Ky;uS. 6-^7-f> 
K'J;i^ 7--< y^>Ky;bS, 2-7'J;H, 3-7'J;bg % 2-^>77 
^^;uS. 3-'<>y7 7-;i/S v 4-^>y7 7-;H, 5 -^>y"77— ;u 

6-^>y-7^^.;^ 7-^> v /7 7-;H > 1 — < > y-7 
. 3->f v^>777-;H, 4-^f7^>y77-;H, 5-^f7^>y77 
6--f7^>777-;H, 7-f7^>777-;H, 2 -+y y ;b 
3-^yy;bS, 4- + 7y;H, 5-^yij ;l/ ^ 6-^yy;bS. 7- 
4^yy;^ 8-+7'J;H, i-^y^yy,^ 3-^ v+/ i j;1/ ^ 4 _ 
-YV + yy;bS. 5-^74-7';^*. 6-^f7 + 7U;H v 7-^7+7'J^ 
8-^7 + /y;i^ 2-^7^-y-y^;bS. 5-^/4-9-y^;bS. 6- 
l -*;WN*yy 2 -#;w<yy 3-*;w*vy 
;bS. 4-*;b/^/y;^ i -y xt >x y v 2-7xf>x'Jy^ 
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Ui?^;i/S^ 7-7xt>X'Jy^ 8-7xt>X'Jy-i^ 9-7x 
t>X'Jy^)H> 10-7xtV^'Jy-;H, 1-7^'Jy^H^ 2 -T 
7 U 3-7^Jy-i^ 4-7^^^!, 9-7^'Jy-^I 

N 1, 7-7xt>XD'J>-2—fiH> 1, 7-7xt>XD'J>-3-^ 
;H, 1. ?-7xt>XD'J>-4-^l/|, 1, '7-7xt>XO'JV-5 
--f;US. 1. 7-7xt>Xo'J>-6-^fi^ 1. 7-7xt>Xo'J> 
-8-W;US> 1, 7-7xt>XD'J>-9-^Hx 1, 7-7xt>7D 
UV-1 0-^;H, 1, 8-7xt>XD l J>-2-'f;bSs 1. 8-7xt 

> xd'J >- 3 < l , 8 - 7 a a >. - 4 --r 1 , 8-7 
xtVXD'J>-5--f;H^ 1, 8-7xtvxa'J>-6-^;H, 1. 8 
-7xf>Xo'J>-7-f;H^ 1, 8-7xt>XD'J>-9-f;i/^ 1 
, 8-7xt>XD'J>-l 0--f;^ 1, 9-7xt>XD'jV-2-^;l' 

1, 9-7xt>xa l J>-3-f;i/S> 1. 9-7xt>XD'J>-4- 
>f;H, 1, 9-7xt>Xa'J > - 5 - -T ;Ug. 1. 9-7xt>Xo'J>- 

6- f;l^ 1, 9-7xtVXnVV-7-^;H> 1, 9-7xt>7a'J 
>- 8-^014^ 1, 9 -7xt>xn U >- 1 0 — T;US. 1, lfl-7xt 
>XD'J>-2-^f^ 1, 1 0-7xt>Xn'J>-3 — f 1, 10 
-7xtVXD'J>-4 — ObS. 1, 1 0-7xt>Xa'J>-5-^;H> 
2, 9-7xfyXa'J>-l-f;H^ 2, 9-7xt>Xo'J>-3-'f;l' 

2, 9-7xf>XD'J>-4-'f;H, 2, 9-7xt>XD'J >— 5 — 
2, 9-7xt>XD'J>-6 — OUS. 2, 9-7xf>XaUV- 

7- ^;US N 2, 9-7xtVXa'J>-8-^Jl/I> 2, 9-7xt>Xa'J 
>-l 2, 8-7xt>xaiJ>-l->f;H, 2, 8-7xt> 
Xd U >- 3 ->f ;US. 2, 8-7xt>Xo'J>-4-f;Hs 2, 8-7x 
t>XD'J>-5-'f^ 2, 8-7xt>XaU V-6-^f;H, 2, 8- 
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8 -7 i-*- VXD y >- 1 o -A ;H % 2, 7-7xt>xn'jv-l-^;H 
. 2, 7 -7xt>XD y V- 3 —4 2, 7-7xt>XDiJ>-4--f 

^S. 2, 7-7xf>XD'J>-5-^;H, 2, 7-7xt>XniJ>-6 
--T;bS> 2, 7-7xt>xaiJ>-8-^iH> 2, 7 -7xt>7a 'J > 
-9-^;b»> 2, 7-7xt>XD'J>-l 0— f;H> 1 -7xfy-)H 
„ 2 ;US, l-7x;f7^;H^ 2-7x^7y-;H, 3 

-7x;f7v-;H, 4-7x;f7v^ l-7x;^v-;H > 2 

-7xy+ty-)H > 3-7x;w^;H, 4-7x^t^;H > 2 
-t*tVU;ul, 4-tWJ;H, s-^VU^ 2-tW7 
yj;H, 5-t + fy77'J;H, 3-7 7f-;H, 2-^i~;i^ 3- 
2 fJl/fD- ;u- 1 ->f;l/g. 2-^f;m'a-;i/-3-^;b 
2 -^^;btTa— 4 ->f 2 ^;bt°a-;ix- 5 ->T ;H> 3 - 

pt^;Ufa— 1 -4 )^m, 3 - ^f ;bt 4 D-;i/- 2 — f 
a— ;u- 4 — >f 3 - ^ t°a— ;u- 5 2 - t-"/f ;i/tn- 

;L ,_4_^ ;1 ,^ 3 _ ( 2 - 7x-;1/7d fcT/i,) fcTa— ;u- 1 — r ;US. 2 

l — r > K y )vm^ 4-^;b-i-f >Ky;i^. 2 3 --r 

> K y 4 - ^ 3 - 4 > K 'J ;uS> 2 - t - i-<fvKU 
. 4-t-y^;H ->r > K'J;^ 2-t-7*f;b3— f vK'JjH, 4-t 

— ISSS* (1) tii^T, aMbli, -tn-eti 0 ~ 4 ©Mirefe 0 „ O-lt 
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Tie-^5t (3) T«a^$n<5i#B-lc{iv®Ar* &TI3— f&3Z (4) T^ob^ 

L < {itog^oj^m^ 4 ~ 5 0 <£>t;M^;uS. L < teMSi&^ig^ 4 ~ 
5 0©7;^4vl, S^^>L< te^a^tf^fSit 5 ~ 5 0©y^D7/l/+^I 
> S^t> L < i±mW.mcopzm%L 6-60 ©77;^;H, S^^b L < temW.&(D 

mmmm. 1 o~5o©7'j -;h> sin *> l < c±ms^©^?^ io~so© 
^w^s^m. mmhL< immm^mm^m 5~-5o©7u -;i^4->s. 

XtiS?H& L < t±^sag|<D^^iS 5 ~ 5 0 ©7 'J -^ftlT^ £ c 

3:7c. Ar^TfS— j&xC (3' ) 7?^$ti^>it-^(-t±. Ar* liTiB— 
(4) Xi0kt>Ztl&T 'J-^ST^^o 




-j&xt (3) St/ (3* ) xttK R 1 &t/R 2 l±. ^tl^tiim, M.WibL< 
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Rt±x s$i& l < i*mwm<D&tm& 1 - 5 0 W7M)H, a^t> l < mm 
t y -;bs. asi*> l < immm^mm^m 5-50 ©^tisin, a&*> 

L < ltMM&<D&M=HSl 5 ~ 5 0 <DT 'J -M+vI, Xtta&fc L < liftiagl 

fufB X it & £ & <£> ^ £ ft £ . 
ml±0~-4 ©M2&t?&£o 

BUlBX. Ar, Ar'.R'.R', YMR^tIlcfctt§f Lt 
W\ /Nayvif, tKn + «>;H, ^hal, yjyl, 7;b+il/S, TD — 

„ £ft£01^b^{z|^;*ft£&©^±/j:i,\, 
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ffil$m>T{,J:K mt±l~4©£gn?<fc* 0 $ ^(3$f £ L < l±A r 3 Xt±A 
-£7T\ ^gtifc#6~2 0©MiltLT(i s ~7x.=-)im, f-y^jum, T 
ry-;bT^ >-fb^tJ<hL-r«. TIB-Mst (B) T^n-i. bOybWit 



OS*. Ar s ~Ar 7 ti. g£H& L < }±ili©iHt 5 ~ 4 0 <Z)T V ~)l 

x.~;US> ^--7^-;U^ fa— U;l/gg N 7 7-;H, ft7x^jH, 
y^^7^.-;us. t+tv7yj;H, v7x^7>h7-;H, -r > K y 




(A) 



(5£cK Ar 2 7x^;H, t*"7i^-;lxS A ^_ 7i ^.^ 
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-;i,gtf)#y£ L^B&££ Lrei. mMWL 1 ~ 6 ©7^;H y ^ 

i-^afjH, n -7"nf^S, s -7'f ^ t --7*^;i^. ^ 

y^a^vf ->^a^+*>;i4^SF) s 1 — 6 (D 

7;^ + yl (ih+;>I, p< h^>g. i -7*n,-tf*S/g % n-7a^->l 

^>h*'>g. . t£H!?ifc5~4 0©7'J-;i/I> 

tenths 5 ~ 4 o <7>r u -;bS-es^$n/cT s ^ft^ifc 5-4 o <©r u 
-;H^Wt^i^r;H, ^ l ~ 6 ®7;^;H^lit^x^T;H, -> 

( 1 ) mm/m^tm/mm 

( 2 ) ^H/JEHaAii/^TtS/Pt^ 
( 3 ) ^/^T'ciS/S^iAjS/Pi^ 
( 4 ) HH/iE?Lv±AjS/^7 , 6S/'«^aAS/Pi^ 

( 5 ) mm/mwt¥-Bwm/$k%m/mm 

( 6 ) mm/mm.^mwm/m^mm.m/m.ytm/mm 

o) mm/mmm/mnm/mmm/mm 

(ii) Pl@/ / ^m¥«#;il/^e/ / ^7 l c/i/ie^S/ / I 5 iH 
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(12) mm/mMm/jEm^\m/jEmt&m/m.ftm/mm.m/m m 
( i 3) mm/mmm/iE^mxm/iEjmimm/m%m/ ! m^xm/mm 

E Lm : T-*3z.n-fZ> : &m~e& *K -^(DM^tmz-o^X^ 4 0 0~7 0 0 nm© 
oJ^I^^Tt^^SM^^ 5 0 %M±-?& & t> (DtfMl£ L < ^ £ <h iz^-ffiKMUZ 

„ uOJ; 7ts:WRBfo9l(DMA*Wt LT(i, Au^MI, Cul, I TO U 
>y^f>t^>F), Sn0 2 , ZnO, I n-Z n -0&£<Z>#»14frm 

1 0 nm~ 1 urn, L< l± 1 0~2 0 0 nmc7)iSH-e;iiR£ ft£ 0 
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A, U^^A, vn^^^-t^, T^5— ^A/StfbTJl'S— A, Al 
/L i 2 O. Al/Li0 2 , AI/LiF, r^^-^A - U^A-£&, >f 

*4 1 -0-%<t < « C £ibW£-L\-\ j&te* mmt±,X<D~>- bM/U4I& 
SQ/DmWiL<s £ J8W45IS 1 0 nm~ 1 u nu L < 14 5 
0 ~ 2 0 0 nmf*5, 

ft< <h t — l5<vmMlz^ i3)\yZtYi-4 KJB. Wb^JSJSXte^JSlKb^lJg 
KC4. ^^ffliJ^llS^M^y^lg^T^^-^Anc^o^JS©*^^^^ K 

±|B*;U=iY-*->f Film #iJ*J£S i 0 x ( 1 =SXs£ 2 ) , A 1 Ox ( 1 
£X£1. 5). Si ON, S i A 1 ONttigimt. L<mf Ztl, AnyWbi 
mt LT(i, m*-l£L i F , M g F 2 , CaF 2 , 7 <v <bfc±3P&JRft£##£ 
U<#tf &mM4tysb LT14 N #J;UfC s 2 0, L i 2 0, MgO, S r 
O, Bab. CaO^iWiKftfb^, 

l4jE7Us^fb^i^bttK-^ 0 > b<Dm£ffi&£WM.-t H\ ^ 
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>t^0S^I«^<fc0 5l3t»^jE?L*?iA. {s^L^-r<^-S„ ^SLoIft 

®v±A*it£ ; m^£PiDB#(3^@X^iE?Lv±ABck OIE?L£&A-*-* - 
fe@Xl« : mAJi<fc £&A-*-&££#-e££8StE 

^(DQ$a<Di38k&mm-t& zt&xg& 0 M?tmi*, mz^mmmx$>^zt 
*/c N 4#Bgns5 7-5178 l^&mzm^zfiT^&^d^^ mmmco^m 
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^IT^^T, IE?L^i!jJK^# < , ^tWbx^;^-^It5. 5 e V^T 
i©J: oftjETL&A • ftii^iet L-rtiJ: 0{&^mW^^IE?L^^l7 , 6 

/cm(^«^£PiDB#t-x 4>ft<£&l 0- 6 cm 2 /V •W4WffiU^ 
^ jiiSli 5 n m~ 5 u m~efoZ> 0 

* <h cottm i ^ £ ft * JB -e * * . HFP v± AJS lc ffl ^ b> ti * to 

c ±iB 8-tFD4y+;'j>i fck-e ©siw^^^jr^o^^j t lt(±, 
(— jfttzs-^y y y-;i/Xti8-t Ka^v^y y >) cd^u— b£ 
#fr:£JS* u- h^w-i- Kfb-£$k tw^fcfhyx (8-+;'j;-;i/) t;u 

. IKbU^A. ^{b-fev^A. M<b-fev^A s lft7^v>7A, mi-* 7* 
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m<tY)^— *>a n M<b3l!i..M{b*^fg. Ifb^'J^fv, IKb^x 
— ^ a^ ^{b/^^-^^A^w^n^c £n£<^Mi^^«Ji^£ffl^-c&<fc 

zrftmzj: <omm, mytm. &s izfj&is tjetls ah ^ ^owi^D-rm^a 
h titz.m$KD mm e l mT-vft mm ^ ^ -rt^-r £ . 

til 0 — 2 0 0 nm(Dmmv>mmiZf3:& J; -9 (3. MS^^HiX/^y * »J >7* 

xmcommu m^tz ^ ^ ^n^Mm^ xt-vn-hsu + tx^, lb 
mmz£ <ojE?iftiAm*mf&i-z>m^, ^(Dmrnm^mm-t^it^ (ie?lv± 

. — i^(-m*^Jg 5 0 - 4 5 0 "C . 1 0 " 7 ~ 1 0- ! torr, Mm&m 

0. 0 1-50 nm/#. »«^Jg- 5 0 - 3 0 0°C. I)?5nm~5ymWl 
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*t>SKt-5it^^*. BMlt 1 0~4 Onm©iB^U\ 
frZMf&znz t>o-e. ***** 9 x ) >^1^u^t|^ l^l 

mmm i at^m (and ©^fig) 

( 1 ) 4, 5, 9, 10- f h 7 t K d-2- 7'n f b >©M 

'J^;^5%a , 7^')A-A -tK >78g (/TafOftftSO * Ati. 7j<3g/±70kg 
/cm\ 160 t:^T21B#KRjiSLA:. 
RJ&&?fciPU ftll&£»S>JU 7do^A3 U-y h;UTift#L/c 0 

N i^y~;ugfe#^ l30g©*SJI£*#fc, 
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Z <D o -b 126g^iffiM7j<6. 3 U v h )Hzmm U i&4tB-$k • 1 7k3» 2 g (Ja 
SfO^iM) £»Lfi 0 &^-eJtJi30^ 'J U h ^/ffiSbK 3 U «y h )V(D7^m 

E^KSt^ A7K^T^ U 7« U H7KM-7 V ^ AT?|g^ N - 

^4^>1.5 U«v h;U^r*D^. *Ff£ti L/:fe B a ^«lfci £^>. 71. 5g £?#fc 

o 

£ (DitSymcDVD-m (7 ^ Kf^ V-7 v 3 >vXt}I/t) ti> C I6 H,3Br= 
285 KfcfU m/z =286 v 284 -hm^titzZ tti^, 3^X1:^^4,5,9,10- y- 
h7t Kp-2- t°U>,h|5j^L/c (l|»41%) 0 

(2) fbl^J (AN 1) 

Ar^HmT. ( 1 ) Tf#f>n/i4, 5, 9, 10- 7- h v t Kn-2- ^o^E- t°b>2g 
£l&7j<THF8^ U U >y b)K 5$*7K h;U^> 8 ^ U U -y h K 
^-fT-fX/^ ^7-;^-e-20 °C(;:^£PL*: 0 ^nCn-yf^'Jf 
•9->^5 ^ U y «y h/b (1.6mol/y >y b ;K j£A^7mM) £#0;U -20 tf 
lBtrHl^Lyco 3ti(-9, 10- T>h7 + y>0.62g (Ji€3£{bm*±M) £#P;U 
ISf 4 B#F*Sm4$ LT^-ei2Bf U/Co 

aS?S^£t§3M{b7 >^E — ^ A7K^-e^?g$-li. £ CtzmfaZMM U 

6g<D^||fe®^£f#/c 0 

3 W^^^FD-MS tic. 6 H 34 =586 KjftU m/z =586 #t#£n/c: £ <L^<^ 
£tf><fbl^£AN 1 tmfeLtz 01)^94%) 0 
^»J2 (4t^W (AN 2) 

ArUHMT. ( 1 ) -en^ntzA, 5, 9, 10- rh7k Kn-2- -?u*=- t°U> 2 
g £M7KTHF 8 ^ y 'J -v h ;K MtK K ^ >8 5'J y «y K L 
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^^>mms ^ u u >y h;u (i.6moi/y «y jzmmytwsk) *1ju*-, -20 
r-ei B#f B m^u^ 0 ^nto2-t-7^;br> h?+y >o.8g (Kstfba&tsi) * 

£<£>{b-^OFD-MS t±C 50 H 4 2 = 642 (ziftU m/z =642 £ £t^£, 

H»J 3 (AN 3 ) ©£-j£> 

( 1 ) 2,6-^7x^-9, 10-TV h7 + y>©^ 

4--/a^7^;HWR7K«!»130g (jjOvfbtfmSO tmWt± b U -7 A243gt*l. 3 
U «y h;u£ 3 'J «y h ;u© 7 7 X 3 Ati, ,60t i T'ADi L, mM&Mffi. 
iiT-^iPU 7*-;HKa>il84. 5g (mJ5^bfi£*±i4) tB8/^ -7 A3. 9g ( 

KfcikykzmtiQ'ML. m&ghzmML^ ttjfc&atgiju ams^-c^ms 

znZMfrWm 500^ U U «v b)U (/£&;Sl3fcH:liD (3 Atl. 80°C.l;:T3BtPB^ 
<^{3t*7zc^U85.3g (JA^^IM) £l,2-v?cm^> 670^ D 'J >y h 

Mzmm U MTM&fbr;^ A162. 7g*tox.%=F<$W ^tz 0 
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m&)m&&wmi>. ^*-9->&;&o;u #TtbLfc*£H98.7g ^hl/c 

C^'fb-a-^^FD-MS CiC2 6 H 16 0 2 = 360 fdfcfU m/z =360 i>mbtltz.Z bfrb 
. Z(D<t-£mZ2,S-z?y 10-T> h7+; ><hl«]^Lfc OIW48%) • 

(2) {b^t! (AN 3) 

Ar#@HHT> HSfe^lJ 1 © ( 1 ) -embtltzl, 5, 9, 10- x b 7 t Ko-2- 7'o^ 

- tr U > 2 g *MtKTHF 8 5 'J 'J «; h ;K MtK b > 8 5 U U «y b )V(DU^m 

ii^ii, F7^7^x/y *y-n^-e-20 rcittiPLfc. ^titn-yfib 

y^A/'s* 5 £ U U *y h;b (1.6mol/U -y b;K j£^7fc*±SD * 
in*. -20 t-C- 1 B#^m^L7Cc JtfE ( 1 ) Tt#t>n7t2,6-v7^-;U-9, 10- T 
>h74;>l. lgfciD^U SSt- 4 Bf Mftft LTMT?12B#IWifcB U/io 

^JEffi-^* * f&WJt&fbT > ^ - *7 A7K^?Rt?^?S 3eU/c @# $r«gij L N 
^^y-;^MUc 0 ^©{k^!itl^*7A^o-7 h^77^-ilTilL, 2. 
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(57) An anthracene derivative represented by the following general formula (1 ) which enables an organic electro- 
luminescence device to exhibit a great efficiency of light emission and uniform light emission even at high temperatures 
since crystallization is suppressed and no thermal decomposition takes place during vapor deposition and an organic 
electroluminescence device utilizing the derivative, are provided. 




(i ) 
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[Ar represents a group represented by the following general formula (2): 
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(2) 



(U and l_2 each represent a substituted or unsubstituted methylene group, ethylene group or the like, and at least one 
of them is present), Af represents a substituted or unsubstituted aryl group having 6 to 50 nuclear carbon atoms, X 
represent an alkyl group or the like, a and b each represent an integer of 0 to 4, and n represents an integer of 1 to 3 J 



JSDOCID: <EP 1533289A1 J_> 



2 



EP 1 533 289 A1 



Description 

TECHNICAL FIELD 

[0001] The present invention relates to anthracene derivatives and organic electroluminescent devices made by 
using the same. More particularly, the present invention relates to anthracene derivatives which enable an organic 
electroluminescence device to exhibit a great efficiency of light emission and uniform light emission even at high tem- 
peratures and organic electroluminescent devices made by using the same. 

BACKGROUND ART 

[0002] An organic electroluminescence ("electroluminescence" will be occasionally referred to as "EL", hereinafter) 
device is a spontaneous light emitting device which utilizes the principle that a fluorescent substance emits light by 
energy of recombination of holes injected from an anode and electrons injected from a cathode when an electric field 
is applied. Since an organic EL device of the laminate type driven under a low electric voltage was reported by C. W. 
Tang of Eastman Kodak Company (C. W. Tang and S. A. Vanslyke, Applied Physics Letters, Volume 51 , Pages 913, 
1 987), many studies have been conducted on organic EL devices using organic materials as the constituting materials. 
Tang et al. used a laminate structure using tris(8-hydroxyquinolinol)aluminum for the light emitting layer and a triphe- 
nyldiamine derivative for the hole transporting layer. Advantages of the laminate structure are that the efficiency of 
hole injection into the light emitting layer can be increased, that the efficiency of forming excited particles which are 
formed by blocking and recombining electrons injected from the cathode can be increased, and that excited particles 
formed within the light emitting layer can be enclosed. As the structure of the organic EL device, a two-layered structure 
having a hole transporting (injecting) layer and an electron transporting and light emitting layer and a three-layered 
structure having a hole transporting (injecting) layer, a light emitting layer and an electron transporting (injecting) layer 
are well known. To increase the efficiency of recombination of injected holes and electrons in the devices of the laminate 
type, the structure of the device and the process for forming the device have been studied. 

[0003] As the light emitting material, chelate complexes such as tris(8-quinolinolato)aluminum, coumarine deriva- 
tives, tetraphenylbutadiene derivatives, bisstyrylarylene derivatives and oxadiazole derivatives are known. It is reported 
that light in the visible region ranging from blue light to red light can be obtained by using these light emitting materials, 
and development of a device exhibiting color images is expected (For example, Japanese Patent Application Laid- 
Open Nos. Heisei 8(1 996)-239655, Heisei 7(1 995)-1 38561 and Heisei 3(1991)-200289). 

[0004] For the practical use of an organic EL device, stability of driving for a long period of time, stability of driving 
under environments of high temperatures such as the environment in automobiles and stability in storage have been 
required. In relation to these requirements, a great problem is present in that uniformity of light emission by the device 
is adversely affected by crystallization of the constituting components under the above environments. When a device 
is driven for a long period of time, the constituting components of the device are exposed to great thermal changes 
due to the elevation of the temperature by the heat generated by the device itself and due to heat caused by changes 
in the environment. It is known that organic compounds are crystallized as the result of the exposure to these thermal 
changes. Since the crystallization causes formation of short circuits and defects, uniformity of the light emitting surface 
is adversely affected, and occasionally the light emission stops. Therefore, the technology for suppressing crystalliza- 
tion has been studied. 

[0005] A device using a phenylanthracene derivative as the light emitting material is disclosed in Japanese Patent 
Application Laid-Open No. Heisei 8(1 996)-01 2600. The above anthracene derivative is used as the material for emitting 
bluish light, and improvement in the stability of the thin film has been required so that the life of the device can be 
increased. However, conventional monoanthracene derivatives frequently crystallize to cause destruction of the thin 
film, and the improvement has been desired. A light emitting device using a compound in which the anthracene ring 
and the fluorene ring are directly bonded to each other is disclosed in Japanese Patent Application Laid-Open No. 
2002-1 54993. However, the improvement in the uniformity of light emission at high temperatures has not been achieved. 
[0006] A light emitting material which is a substituted anthracene having spirofluorene at the 9- and 1 0-positions is 
disclosed (Japanese Patent Application Laid-Open No. 2002-121547). This light emitting material has a drawback in 
that, although an improvement is shown with respect to the crystallization, a high temperature of 400°C or higher is 
necessary as the temperature of vaporization since the skeleton structures of spirofluorene having the great molecular 
weight are present at the two positions, and the blue light cannot be emitted since thermal decomposition takes place 
during the vapor deposition. 

DISCLOSURE OF THE INVENTION 



[0007] The present invention has been made to overcome the above problems and has an object of providing an 
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anthracene derivative which enables an organic EL device to exhibit a great efficiency of light emission and uniform 
light emission even at high temperatures and an organic EL device utilizing the derivative. 

[0008] As the result of intensive studies to achieve the above object, it was found that a specific anthracene derivative 
represented by general formula (1) below suppressed crystallization, had a high glass transition temperature and 
when the derivative was used as the light emitting material or the hole transporting material of an organic EL device' 
provided a great efficiency of light emission and enabled to exhibit uniform light emission even at high temperatures! 
The present invention has been completed based on this knowledge. 

[0009] The present invention provides an anthracene derivative represented by following general formula (1 ): 




(1 ) 



wherein 

Ar represents a substituted or unsubstituted group represented by following general formula (2): 

L 1 

(2) 



in general formula (2), L^ and L* each representing a substituted or unsubstituted linking group which forms a 

cyclic structure, and at least one of the groups represented by L 1 and L 2 being present, 

Ar* represents a substituted or unsubstituted aryl group having 6 to 50 nuclear carbon atoms, 

X represents a substituted or unsubstituted alkyl group having 1 to 50 carbon atoms, a substituted or unsubstituted 

alkoxyl group having 1 to 50 carbon atoms, a substituted or unsubstituted cycloalkyl group having 5 to 50 carbon 

atoms, a substituted or unsubstituted aralkyl group having 6 to 60 carbon atoms, a substituted or unsubstituted 

aryl group having 6 to 50 nuclear carbon atoms, a substituted or unsubstituted aromatic heterocyclic group having 

5 to 50 nuclear atoms, a substituted or unsubstituted aryloxyl group having 5 to 50 nuclear atoms or a substituted 

or unsubstituted arylthio group having 5 to 50 nuclear atoms, 

a and b each represent an integer of 0 to 4 and when a plurality of groups represented by X are present, they 
may be the same with or different from each other, and 

n represents an integer of 1 to 3 and, when n represents 2 or 3, a plurality of groups represented by: 
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may be a same with or different from each other; with proviso that 

when Ar represents a group represented by a following general formula (3): 




wherein R 1 and R 2 each represent hydrogen atom, a substituted or unsubstituted alkyl group having 1 to 6 carbon 
atoms, a substituted or unsubstituted alkoxyl group having 1 to 6 carbon atoms or a substituted or unsubstituted phenyl 
group, 

(i) Ar 1 represents an aryl group represented by following general formula (4): 



35 




(4) 



wherein Y represents a substituted or unsubstituted aromatic condensed cyclic residue group having 10 or more 
nuclear atoms or a substituted or unsubstituted aromatic non-condensed cyclic residue group having 12 or more 
nuclear atoms, R represents a substituted or unsubstituted alkyl group having 1 to 50 carbon atoms, a substituted 
or unsubstituted alkoxyl group having 1 to 50 carbon atoms, a substituted or unsubstituted aryl group having 6 to 
50 nuclear carbon atoms, a substituted or unsubstituted aromatic heterocyclic group having 5 to 50 nuclear atoms, 
a substituted or unsubstituted aryloxyl group having 5 to 50 nuclear atoms or a substituted or unsubstituted arylthio 
group having 5 to 50 nuclear atoms, and m represents an integer of 0 to 4, or 

(ii) at least one of a and b does not represent 0, and X represents a substituted or unsubstituted alkyl group having 
4 to 50 carbon atoms, a substituted or unsubstituted alkoxyl group having 4 to 50 carbon atoms, a substituted or 
unsubstituted cycloalkyl group having 5 to 50 carbon atoms, a substituted or unsubstituted aralkyl group having 6 
to 60 carbon atoms, a substituted or unsubstituted aryl group having 1 0 to 50 nuclear carbon atoms, a substituted 
or unsubstituted aromatic heterocyclic group having 1 0 to 50 nuclear atoms, a substituted or unsubstituted aryloxyl 
group having 5 to 50 nuclear atoms or a substituted or unsubstituted arylthio group having 5 to 50 nuclear atoms, 
and 

when Ar represents a group represented by a following general formula (3 1 ): 
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wherein R 1 and R 2 are as defined above, Ar* represents an aryl group represented by the foregoing general formula (4). 
[0010] The present invention also provides an organic electroluminescence device which comprises a cathode, an 
anode and an organic thin film layer comprising at least one layer including a light emitting layer and sandwiched 
between the cathode and the anode, wherein at least one layer in the organic thin film layer comprises an anthracene 
derivative represented by general formula (1) described in Claim 1 singly or as a component of a mixture. 

THE MOST PREFERRED EMBODIMENT TO CARRY OUT THE INVENTION 

[001 1] The anthracene derivative of the present invention comprises a compound represented by following general 
formula (1): ^ 
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(1 ) 
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wherein Ar represents a substituted or unsubstituted group represented by following general formula (2): 
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(2) 



[^2 

that may be substituted. U and L 2 each represent a substituted or unsubstituted linking group which forms a cyclic 
structure and at least one of the groups represented by L 1 and L 2 is present. 

[0012] The linking group represented by L 1 and L 2 is not particularly limited as long as two phenyl groups are linked 
through one or more carbon atoms and the two phenyl groups are not conjugated. Examples of the linking group include 
groups having the structure of methylene group, ethylene group, dimethylmethylene group, diphenylmethylene group, 
lactone ring and peptide group. The linking groups having the structure of methylene group or ethylene group are 
preferable. 

[0013] Specific examples of the group represented by Ar are shown in the following. These groups may each have 
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[0014] In the above formulae, R 1 and R 2 are as defined antecedently. 

[0015] Ar 1 represents a substituted or unsubstituted aryl group having 6 to 50 nuclear carbon atoms, examples of 
which include phenyl group, 1-naphthyl group, 2-naphthyl group, 1-anthryl group, 2-anthryl group, 9-anthryl group, 
1-phenanthryl group, 2-phenanthryl group, 3-phenanthryl group, 4-phenanthryl group, 9-phenanthryl group, 1-naph~ 
thacenyl group, 2-naphthacenyl group, 9-naphthacenyl group, 1 -pyrenyl group, 2-pyrenyl group, 4-pyrenyl group, 2-bi- 
phenylyl group, 3-biphenylyl group, 4-biphenylyl group, p-terpheny!-4-yl group, p-terphenyl-3-yl group, p-terphenyl-2-yl 
group, m-terphenyl-4-yl group, m-terphenyl-3-yl group, m-terphenyl-2-yl group, o-tolyl group, m-tolyl group, p-tolyl 
group, p-t-butylphenyl group, p-(2-phenylpropyl)phenyl group, 3-methyl-2-naphthyl group, 4-methyl-1-naphthyl group, 
4-methyl-1 -anthryl group, 4'-methyI-biphenylyl group, 4"-t-butyl-p-terphenyl-4-yl group, fluorenyl group and groups rep- 
resented by Ar described antecedently. 

[0016] X represents a substituted or unsubstituted alkyl group having 1 to 50 carbon atoms, a substituted or unsub- 
stituted alkoxyl group having 1 to 50 carbon atoms, a substituted or unsubstituted cycloalkyl group having 5 to 50 
carbon atoms, a substituted or unsubstituted aralkyl group having 6 to 60 carbon atoms, a substituted or unsubstituted 
aryl group having 6 to 50 nuclear carbon atoms, a substituted or unsubstituted aromatic heterocyclic group having 5 
to 50 nuclear atoms, a substituted or unsubstituted aryloxyl group having 5 to 50 nuclear atoms or a substituted or 
unsubstituted arylthio group having 5 to 50 nuclear atoms. 

[001 7] Examples of the substituted or unsubstituted alkyl group represented by X include methyl group, ethyl group, 
propyl group, isopropyl group, n-butyl group, s-butyl group, isobutyl group, t-butyl group, n-pentyl group, n-hexyl group, 
n-heptyl group, n-octyl group, hydroxymethyl group, 1 -hydroxyethyl group, 2-hydroxyethyl group, 2-hydroxyisobutyl 
group, 1 ,2-dihydroxyethyl group, 1 ,3-di hydroxy isopropyl group, 2,3-dihydroxy-t-butyl group, 1 ,2,3-trihydroxypropyl 
group, chloromethyl group, 1 -chloroethyl group, 2-chloroethyl group, 2-chloroisobutyl group, 1 ,2-dichloroethyl group, 
1 ,3-dichloroisopropyl group, 2,3-dichloro-t-butyt group, 1 ,2,3-trichloropropyl group, bromomethyl group, 1-bromoethyl 
group, 2-bromoethyl group, 2-bromoisobutyl group, 1 ,2-dibromoethyl group, 1 ,3-dibromoisopropyl group, 2,3-dibromo- 
t-butyl group, 1,2,3- tribromopropyl group, iodomethyl group, 1-iodoethyl group, 2-iodoethyl group, 2-iodoisobutyl 
group, 1 ,2-diiodoethyl group, 1 ,3-diiodoisopropyl group, 2,3-diiodo-t-butyl group, 1 ,2,3-triiodopropyl group, aminome- 
thyl group, 1-aminoethyl group, 2-aminoethyl group, 2-aminoisobutyl group, 1 ,2-diaminoethyl group, 1 ,3-diaminoiso- 
propyl group, 2,3-diamino-t-butyl group, 1 ,2,3-triaminopropyl group, cyanomethyl group, 1-cyanoethyl group, 2-cya- 
noethyl group, 2-cya no isobutyl group, 1 ,2-dicyanoethyl group, 1 ,3-dicyanoisopropyl group, 2,3-dicyano-t-butyl group, 
1,2,3- tricyano- propyl group, nitromethyl group, 1-nitroethyl group, 2-nitroethyl group, 2-nitroisobutyl group, 1,2-dini- 
troethyl group, 1 ,3-dinitroisopropyl group, 2,3-dinitro-t-butyl group and 1 ,2,3-trinitropropyl group. 
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[0018] The substituted or unsubstituted alkoxyl group represented by X is a group represented by -OA. Examples 
of the group represented by A include methyl group, ethyl group, propyl group, isopropyl group, n-butyl group s-butyl 
group, isobutyl group, t-butyl group, n-pentyl group, n-hexyl group, n-heptyl group, n-octyl group, hydroxymethyl group 

1- hydroxyethyl group, 2-hydroxyethyl group, 2-hydroxyisobutyl group, 1,2-dihydroxyethyl group 1 3-dihydroxy- iso- 
5 propyl group, 2,3-dihydroxy-t-butyl group, 1 ,2,3-trihydroxypropyl group, chloromethyl group, 1 -chloroethyl group 

2- chloroethyl group, 2-chloroisobutyl group, 1 ,2-dichloroethyl group, 1 ,3-dichloroisopropyl group, 2,3-dichloro-t-butyl 
group, 1,2,3-trichloropropyl group, bromomethyl group, 1-bromoethyl group, 2-bromoethyl group, 2-bromoisobutyl 
group, 1,2-dibromoethyl group, 1 ,3-dibromoisopropyl group, 2,3-dibromo-t-butyl group. 1 ,2,3-tribromopropyl group 
lodomethyl group. 1-iodoethyl group, 2-iodoethyl group, 2-iodoisobutyl group, 1 ,2-diiodoethyl group, 1 3-diiodoisopro- 

io py| group, 2,3-diiodo-t-butyl group, 1,2,3-triiodopropyl group, aminomethyl group, 1-aminoethyl group, 2-aminoethyl 
group, 2-aminoisobutyl group, 1 ,2-diaminoethyl group, 1 ,3-diaminoisopropyl group, 2,3-diamino-t-butyl group 1 2 3-tri- 
aminopropyl group, cyanomethyl group, 1-cyanoethyl group, 2-cyanoethyl group, 2-cyanoisobutyl group 1 2-d'icya- 
noethyl group, 1 ,3-dicyanoisopropyl group, 2,3-dicyano-t-butyl group, 1 ,2,3- tricyanopropyl group, nitromethyl group 
1 -nitroethyl group, 2-nitroethyl group, 2-nitroisobutyl group, 1 ,2-dinitroethyl group, 1 ,3-dinitroisopropyl group 2 3-din- 

is itro-t-butyl group and 1 ,2,3-trinitropropyl group. ' 

[0019] Examples of the substituted or unsubstituted cycloalkyl group represented by X include cyclopropyl group 
cyclobutyl group, cyclopentyl group, cyclohexyl group, 4-methylcyclohexyl group, adamantyl group and norbornyl 
group. 

[0020] Examples of the substituted or unsubstituted aralkyl group represented by X include benzyl group, 1 -phenyle- 
thyl group, 2-phenylethyl group, 1 -phenyl- isopropyl group, 2-phenylisopropyl group, phenyl-t-butyl group a-naphthyl- 
methyl group, 1 -a-naphthylethyl group, 2-cc-naphthylethyl group, 1 -a-naphthylisopropyl group, 2-o-naphthylisopropyl 
group, B-naphthylmethyl group, 1-B-naphthylethyl group, 2-p-naphthylethyl group, 1 -B-naphthylisopropyl group 2-B- 
naphthylisopropyl group, 1 -pyrrolylmethyl group, 2-(1 -pyrrolyl)ethyl group, p-methylbenzyl group, m-methylbenzyl 
group, o-methylbenzyl group, p-chlorobenzyl group, m-chlorobenzyl group, o-chlorobenzyl group, p-bromobenzyl 
group, m-bromobenzyl group, o-bromobenzyl group, p-iodobenzyl group, m-iodobenzyl group, o-iodobenzyl group p- 
hydroxybenzyl group, m-hydroxybenzyl group, o-hydroxybenzyl group, p-aminobenzyl group, m-aminobenzyl group 
o-aminobenzyl group, p-nitrobenzyl group, m-nitrobenzyl group, o-nitrobenzyl group, p-cyanobenzyl group m-cy- 
anobenzyl group, o-cyanobenzyl group, 1-hydroxy-2-phenylisopropyl group, 1 -chloro-2-phenylisopropyl group and trit- 
yl group. 3 K 

[0021] Examples of the substituted or unsubstituted aryl group represented by X include phenyl group 1 -naphthyl 
group, 2-naphthyl group, 1-anthryl group, 2-anthryl group, 9-anthryl group, 1-phenanthryl group, 2-phenanthryl group 
3-phenanthryl group, 4-phenanthryl group, 9-phenanthryl group, 1 -naphthacenyl group, 2-naphthacenyl group 9-naph- 
thacenyl group, 1 -pyrenyl group, 2-pyrenyl group, 4-pyrenyl group, 2-biphenylyl group, 3-biphenylyl group 4-biphenylyl 
group, p-terphenyl-4-yl group, p-terphenyl-3-yl group, p-terphenyl-2-yl group, m-terphenyM-yl group, m-terphenyl-3-yl 
group, m-terphenyl-2-yl group, o-tolyl group, m-tolyl group, p-tolyl group, p-t-butylphenyl group, p-(2-phenylpropyl) 
phenyl group, 3-methyl-2-naphthyl group, 4-methyl-1 -naphthyl group, 4-methyl-1-anthryl group, 4'-methylbiphenvl V l 
group and 4"-t-butyl-p-terphenyl-4-yl group. ~ ■ - * j j 

[0022] Examples of the substituted or unsubstituted aromatic heterocyclic group represented by X include 1 -pyrrolyl 
group, 2-pyrrolyl group, 3-pyrrolyl group, pyradinyl group, 2-pyridinyl group, 3-pyridinyl group, 4-pyridinyl group 1-in- 
dolyl group, 2-indolyl group, 3-indolyl group, 4-indolyl group, 5-indolyl group, 6-indolyl group, 7-indolyl group 1-isoin- 
dolyl group, 2-.soindolyl group, 3-isoindolyl group, 4-isoindolyl group, 5-isoindolyl group, 6-isoindolyl group, 7-isoindolyl 
group, 2-furyl group, 3-furyl group, 2-benzofuranyl group, 3-benzofuranyl group, 4-benzofuranyl group, 5-benzofuranyl 
group, 6-benzofuranyl group, 7-benzofuranyl group, 1 -isobenzofuranyl group, 3-isobenzofuranyl group 4-isobenzo- 
furanyl group, 5-isobenzofuranyl group, 6-isobenzofuranyl group, 7-isobenzofuranyl group, 2-quinolyl group 3-quinolyl 
group, 4-qu.nolyl group, 5-quinolyl group, 6-quinolyl group, 7-quinolyl group, 8-quinolyl group, 1 -isoquinolyl group 

3- .soquinolyl group, 4-isoquinolyl group, 5-isoquinolyl group, 6-isoquinolyl group, 7-isoquinolyl group 8-isoquinoM 
group, 2-qumoxanyl group, 5-quinoxanyl group, 6-quinoxanyl group, 1-carbazolyl group, 2-carbazolyl group 3-carba- 
zolyl group, 4-carbazolyl group, 9-carbazolyl group, 1-phenanthridinyl group, 2-phenanthridinyl group, 3-phenanthrid- 
inyl group, 4-phenanthridinyl group, 6-phenanthridinyl group, 7-phenanthridinyl group, 8-phenanthridinyl group 
9-phenanthndinyl group, 10-phenanthridinyl group, 1-acridinyl group, 2-acridinyl group, 3-acridinyl group 4-acridinyi 
group, 9-acndinyl group, 1 ,7-phenanthrolin-2-yl group, 1 ,7-phenanthrolin-3-yl group, 1,7-phenanthrolin-4-yl group 
1,7-phenanthrolin-5-yl group, 1 ,7-phenanthrolin-6-yl group, 1 ,7-phenanthrolin-8-yl group, 1 ,7-phenanthrolin-9-yl 
group, 1,7-phenanthrolin-10-yl group, 1 ,8-phenanthrolin-2-yl group, 1 ,8-phenanthrolin-3-yl group 1 8-phenanthrolin- 

4- yl group, 1 ,8-phenanthrolin-5-yl group, 1 ,8-phenanthrolin-6-yl group, 1 ,8-phenanthrolin-7-yl group 1 8-phenanthro- 
lin-9-yl group, 1 ,8-phenanthrolin-1 0-yl group, 1 ,9-phenanthrolin-2-yl group, 1 ,9-phenanthrolin-3-yl group, 1 9-phenan- 
throlm-4-yl group, 1 ,9-phenanthrolin-5-yl group, 1 ,9-phenanthrolin-6-yl group, 1 ,9-phenanthrolin-7-yl group 1 9-phen- 
anthrol.n-8-yl group, 1,9-phenanthrolin-10-yl group, 1 ,10-phenanthrolin-2-yl group, 1 ,10-phenanthrolin-3-y'l group 
1,10-phenanthrol.n-4-yl group, 1,10-phenanthrolin-5-yl group, 2,9-phenanthrolin-1-yl group, 2,9-phenanthrolin-3-yi 



20 



25 



30 



35 



40 



45 



50 



55 



8 



ISOOCID: <EP 1S33289A1_I_> 



EP 1 533 289 A1 



group, 2,9-phenanthrotin-4-yl group, 2,9-phenanthrolin-5-yl group, 2 ! 9-phenanthroiin-6-yl group, 2,9-phenanthrolin- 
7-yl group, 2,9-phenanthrolin-8-yl group, 2,9-phenanthrolin-1 0-yl group, 2,8-phenanthrolin-1 -yl group, 2,8-phenanthro- 
lin-3-yl group, 2,8-phenanthrolin-4-yl group, 2,8-phenanthrolin-5-yl group, 2,8-phenanthrolin-6-yl group, 2,8-phenan- 
throlin-7-yl group, 2,8-phenanthrolin-9-yl group, 2,8-phenanthrolin-1 0-yl group, 2,7-phenanthrolin-1 -yl group, 2,7-phen- 
anthrolin-3-yl group, 2,7-phenanthrolin-4-yl group, 2,7-phenanthrolin-5-yl group, 2,7-phenanthrolin-6-yl group, 

2.7- phenanthro!in-8-yl group, 2,7-phenanthrolin-9-yl group, 2,7-phenanthrolin-10-yl group, 1-phenazinyl group, 

2- phenazinyl group, 1-phenothiazinyl group, 2-phenothiazinyl group, 3-phenothiazinyl group, 4-phenothiazinyl group, 
10-phenothiazinyl group, 1-phenoxazinyl group, 2-phenoxazinyl group, 3-phenoxazinyl group, 4-phenoxazinyl group, 
1 O-phenoxazinyl group, 2-oxazolyl group, 4-oxazolyl group, 5-oxazolyl group, 2-oxadiazolyl group, 5-oxadiazo!yl group, 

3- furazanyl group, 2-thienyl group, 3-thienyl group, 2-methylpyrrol-1-yl group, 2-methylpyrrol-3-yl group, 2-methylpyr- 
rol-4-yl group, 2-methylpyrrol-5-yl group, 3-methylpyrrol-1-yl group, 3-methylpyrrol-2-yl group, 3-methylpyrrol-4-yl 
group, 3-methylpyrrol-5-yl group, 2-t-butylpyrrol-4-yl group, 3-(2-phenylpropyl)pyrrol-1-yl group, 2-methyl-1 -indolyl 
group, 4-methyM -indolyl group, 2-methyl-3-indolyl group, 4-methyl-3-indo1yl group, 2-t-butyl-1 -indolyl group, 4-t-butyl- 

1- indoly! group, 2-t-butyl-3-indolyl group and 4-t-butyl-3-indolyl group. 

[0023] The substituted or unsubstituted aryloxyl group represented by X is a group represented by -OZ. Examples 
of the group represented by Z include phenyl group, 1-naphthyl group, 2-naphthyl group, 1-anthryl group, 2-anthryl 
group, 9-anthryl group, 1-phenanthryl group, 2-phenanthryl group, 3-phenanthryl group, 4-phenanthryl group, 9-phen- 
anthryl group, 1 -naphthacenyl group, 2-naphthacenyl group, 9-naphthacenyl group, 1-pyrenyl group, 2-pyrenyl group, 

4- pyrenyl group, 2-biphenylyl group, 3-biphenylyl group, 4-biphenylyl group, p-terphenyl-4-yl group, p-terphenyl-3-yl 
group, p-terphenyl-2-yl group, m-terphenyl-4-yl group, m-terphenyl-3-yl group, m-terphenyl-2-yl group, o-tolyl group, 
m-tolyl group, p-tolyl group, p-t-butylphenyl group, p-(2-phenylpropyl)phenyl group, 3-m ethyl -2-naphthyl group, 4-me- 
thyl-1 -naphthyl group, 4-methyl-1 -anthryl group, 4'-methylbiphenyfyl group, 4"-t-butyl- p-terphenyl-4-yl group, 2-pyrrolyl 
group, 3-pyrrolyl group, pyradinyl group, 2-pyridinyl group, 3-pyridinyl group, 4-pyridinyl group, 2-indolyl group, 3-indolyl 
group, 4-indolyl group, 5-indolyl group, 6-indolyl group, 7-indolyl group, 1-isoindolyl group, 3-isoindolyl group, 4-isoin- 
dolyl group, 5-isoindolyl group, 6-isoindolyl group, 7-isoindolyl group, 2-furyl group, 3-furyl group, 2-benzofuranyl group, 

3- benzofuranyl group, 4-benzofuranyl group, 5-benzofuranyi group, 6-benzofuranyl group, 7-benzofuranyl group, 
1 -isobenzofuranyl group, 3-isobenzof uranyl group, 4-isobenzof uranyl group, 5-isobenzof uranyl group, 6-isobenzof ura- 
nyl group, 7-isobenzofuranyJ group, 2-quinofyl group, 3-quinolyl group, 4-quinoly! group, 5-quinolyl group, 6-quinolyl 
group, 7-quinolyl group, 8-quinolyl group, 1-isoquinolyl group, 3-isoquinolyl group, 4-isoquinolyl group, 5-isoquinolyl 
group, 6-isoquinolyl group, 7-isoquinolyl group, 8-isoquinolyl group, 2-quinoxanyl group, 5-quinoxanyl group, 6-qui- 
noxanyl group, 1-carbazolyl group, 2-carbazolyl group, 3^arbazolyl group, 4-carbazolyl group, 1-phenanthridinyl 
group, 2-phenanthridinyl group, 3-phenanthridinyl group, 4-phenanthridinyl group, 6-phenanthridinyl group, 7-phen- 
anthridinyl group, 8-phenanthridinyl group, 9-phenanthridinyl group, 10-phenanthridinyl group, 1-acridinyl group, 

2- acridinyl group, 3-acridinyl group, 4-acridinyl group, 9-acridinyl group, 1 ,7-phenanthrolin-2-yl group, 1 ,7-phenanthro- 
lin-3-yl group, 1 ,7-phenanthrolin-4-yl group, 1 ,7-phenanthrolin-5-yl group, 1 ,7-phenanthrolin-6-yl group, 1 ,7-phenan- 
throlin-8-yl group, 1 ,7-phenanthrolin-9-yl group, 1 ,7-phenanthrolin-1 0-yl group, 1 ,8-phenanthrolin-2-yl group, 1 ,8-phen- 
anthrolin-3-yl group, 1 ,8-phenanthrolin-4-yl group, 1 ,8-phenanthrolin-5-yl group, 1,8-phenanthrolin-6-yl group, 

1.8- phenanthrolin-7-yl group, 1 ,8-phenanthrolin-9-yl group, 1 ,8-phenanthrolin-10-yl group, 1 ,9-phenanthrolin-2-yl 
group, 1,9-phenanthrolin-3-yl group, 1 ,9-phenanthrolin-4-yl group, 1 ,9-phenanthrolin-5-yl group, 1,9-phenanthrolin- 
6-yl group, 1 ,9-phenanthrolin-7-yl group, 1 ,9-phenanthrolin-8-yl group, 1,9-phenanthrolin-10-yl group, 1,10-phenan- 
throlin-2-yl group, 1 ,10-phenanthrolin-3-yl group, 1 ,10-phenanthrolin-4-yl group, 1 ,10-phenanthrolin-5-yl group, 

2.9- phenanthrolin-1-yl group, 2,9-phenanthrolin-3-yl group, 2,9-phenanthrolin-4-yl group, 2,9-phenanthrolin-5-yl 
group, 2,9-phenanthrolin-6-yl group, 2,9-phenanthrolin-7-yl group, 2 5 9-phenanthrolin-8-yl group, 2,9-phenanthrolin- 
10-yl group, 2,8-phenanthrolin-1 -yl group, 2,8-phenanthrolin-3-yl group, 2,8-phenanthrolin-4-yl group, 2,8-phenanthro- 
lin-5-yl group, 2,8-phenanthrolin-6-yl group, 2,8-phenanthrolin-7-yl group, 2,8-phenanthrolin-9-yl group, 2,8-phenan- 
throlin-1 0-yl group, 2 3 7-phenanthrolin-1 -yl group, 2,7-phenanthrolin-3-yl group, 2,7-phenanthrolin-4-yl group, 2,7-phen- 
anthrolin-5-yl group, 2,7-phenanthrolin-6-yl group, 2,7-phenanthrolin-8-yl group, 2,7-phenanthrolin-9-yl group, 
2,7-phenanthrolin-10-yl group, 1-phenazinyl group, 2-phenazinyl group, 1-phenothiazinyl group, 2-phenothiazinyl 
group, 3-phenothiazinyl group, 4-phenothiazinyl group, 1-phenoxazinyl group, 2-phenoxazinyl group, 3-phenoxazinyl 
group, 4-phenoxazinyl group, 2-oxazolyl group, 4-oxazolyl group, 5-oxazolyl group, 2-oxadiazolyl group, 5-oxadiazolyl 
group, 3-furazanyl group, 2-thienyl group, 3-thienyl group, 2-methylpyrrol-1 -yl group, 2-methylpyrrol-3-yl group, 2-meth- 
ylpyrrol-4-yl group, 2-methyl- pyrrol-5-yl group, 3-methylpyrrol-1-yl group, 3-methylpyrrol-2-yl group, 3-methylpyrrol- 

4- yl group, 3-methylpyrrol-5-yl group, 2-t-butylpyrrol-4-yl group, 3-(2-phenylpropyl)pyrrol-1 -yl group, 2-methyl-1 -indolyl 
group, 4-methyl-1 -indolyl group, 2-methyl-3-indolyl group, 4-methyl-3-indolyl group, 2-t-butyl-1 -indolyl group, 4-t-butyl- 
1 -indolyl group, 2-t-butyl-3-indolyl group and 4-t-butyl-3-indolyl group. 

[0024] The substituted or unsubstituted arylthio group represented by X is a group represented by -SZ. Examples 
of the group represented by Z include the same groups described as the examples of the group represented by Z in 
the aryloxyl group. 
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[0025] In general formula (1), a and b each represent an Integer of 0 to 4 and preferably 0 or 1 . When a plurality of 
groups represented by X are present, the plurality of groups may be the same with or different from each other 
n represents an integer of 1 to 3. When n represents 2 or 3, a plurality of groups represented by: 
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may be the same with or different from each other. 

[0026] In general, the anthracene derivative exhibits great crystallinity, and there is the anxiety that the uniformity of 
light emission and the yield of the device decrease when the anthracene derivative is used as the light emitting material 
of organic EL devices. 

[0027] Therefore, in the anthracene derivative of the present invention, when Ar in general formula (1 ) represents a 
group represented by the following general formula (3): 



30 



35 




(3) 
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45 



(i) Ar* represents an any I group represented by the following general formula (4): 




(4) 



50 



or 

(ii) at least one of a and b does not represent 0, and X represents a substituted or unsubstituted alkyl group having 
4 to 50 carbon atoms, a substituted or unsubstituted alkoxyl group having 4 to 50 carbon atoms, a substituted or 
unsubstituted cycloalkyl group having 5 to 50 carbon atoms, a substituted or unsubstituted aralkyl group having 6 
to 60 carbon atoms, a substituted or unsubstituted aryl group having 10 to 50 nuclear carbon atoms a substituted 
or unsubstituted aromatic heterocyclic group having 1 0 to 50 nuclear atoms, a substituted or unsubstituted aryloxyl 
group having 5 to 50 nuclear atoms or a substituted or unsubstituted arylthio group having 5 to 50 nuclear atoms 



[0028] When Ar represents a group represented by the following general formula (3*): 
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R 




(3') 



Ar 1 represents an aryl group represented by the above general formula (4). 

[0029] In general formulae (3) and (3'), R 1 and R 2 each represent hydrogen atom, a substituted or unsubstituted 
alkyl group having 1 to 6 carbon atoms, a substituted or unsubstituted alkoxyl group having 1 to 6 carbon atoms or a 
substituted or unsubstituted phenyl group. 

[0030] In general formula (4), Y represents a substituted or unsubstituted aromatic condensed cyclic residue group 
having 1 0 or more nuclear atoms or a substituted or unsubstituted aromatic non-condensed cyclic residue group having 
12 or more nuclear atoms. 

[0031] Examples of the aromatic condensed cyclic compound from which the group represented by Y derives include 
naphthalene, fluoranthene, perylene, pentacene, phenanthrene, chrysene, benzanthracene and pyrene. 
[0032] Examples of the aromatic non-condensed cyclic compound from which the group represented by Y derives 
include biphenyl, terphenyl, and quarterohenyl. 

[0033] R represents a substituted or unsubstituted alkyl group having 1 to 50 carbon atoms, a substituted or unsub- 
stituted alkoxyl group having 1 to 50 carbon atoms, a substituted or unsubstituted aryl group having 6 to 50 nuclear 
carbon atoms, a substituted or unsubstituted aromatic heterocyclic group having 5 to 50 nuclear atoms, a substituted 
or unsubstituted aryloxyl group having 5 to 50 nuclear atoms or a substituted or unsubstituted arylthio group having 5 
to 50 nuclear atoms. Examples of the above groups include the same groups as those described antecedently as the 
examples of the group represented by X. 
[0034] m represents an integer of 0 to 4. 

[0035] Examples of the substituent to the groups represented by X, Ar, Ar\ R 1 , R 2 , Y and R include halogen atoms, 
hydroxyl group, nitro group, cyano group, alkyl groups, aryl groups, cycloalkyl groups, alkoxyl groups, aromatic hete- 
rocyclic groups, aralkyl groups, aryloxyl groups, arylthio groups, alkoxycarbonyl groups and carboxyl group. 
[0036] Examples of the anthracene derivative represented by general formula (1) are shown in, but not limited to, 
the compounds shown as the following: 
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[0037] It Is preferable that the anthracene derivative of the present invention is used as the light emitting material or 
the hole transporting material of organic EL devices. 

[0038] The organic EL device of the present invention comprises a cathode, an anode and an organic thin film layer 
comprising at least one layer including a light emitting layer and sandwiched between the cathode and the anode, 
wherein at least one layer in the organic thin film layers comprises the anthracene derivative represented by general 
formula (1) described above singly or as a component of a mixture. 

[0039] It is preferable that the light emitting layer comprises the anthracene derivative represented by general formula 
(1 ). It is more preferable that the light emitting layer comprises the anthracene derivative represented by general formula 
(1) as the main component. 

[0040] It is preferable that the light emitting layer in the organic EL device of the present invention further comprises 
an arylamine compound and/or a styrylamine compound. 

[0041] As the styrylamine compound, compounds represented by the following general formula (A): 



50 



55 



Ar? 




(A) 



m 



wherein Ar 2 represent a group selected from phenyl group, biphenyl group, terphenyl group, stilbene group and dis- 
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tyrylaryl groups, Ar 3 and Ar 4 each represent hydrogen atom or an aromatic group having 6 to 20 carbon atoms, the 
groups represented by Ar 2 , Ar 3 and Ar 4 may be substituted, m represents an integer of 1 to 4 and, preferably, at least 
one of the groups represented by Ar 3 and Ar 4 is substituted with styryl group, are preferable. 

[0042] Examples of the aromatic group having 6 to 20 carbon atoms include phenyl group, naphthyl group, anthranyl 
5 group, phenanthryl group and terphenyl group. 

[0043] As the arylamine compound, compounds represented by the following general formula (B): 




wherein Ar 5 to Ar 7 each represent an aryl group having 5 to 40 nuclear carbon atoms, and p represents an integer of 
1 to 4, are preferable. 

20 [0044] Examples of the aryl group having 5 to 40 nuclear carbon atoms include phenyl group, naphthyl group, an- 
thranyl group, phenanthryl group, pyrenyl group, coronyl group, biphenyl group, terphenyl group, pyrrolyl group, furanyl 
group, thiophenyl group, benzothiophenyl group, oxadiazolyl group, diphenylanthranyl group, indolyl group, carbazolyl 
group, pyridyl group, benzoquinolyl group, fluoranthenyl group, acenaphthofluoranthenyl group and stilbene. Prefera- 
ble examples of the substituent to the aryl group include alkyl groups having 1 to 6 carbon atoms such as ethyl group, 

25 methyl group, 1 -propyl group, n-propyl group, s-butyl group, t-butyl group, pentyl group, hexyl group, cyclopentyl group 
and cyclohexyl group; alkoxyl groups having 1 to 6 carbon atoms such as ethoxyl group, methoxyl group, i-propoxyl 
group, n-propoxyl group, s-butoxyl group, t-butoxyl group, pentoxyl group, hexyloxyl group, cyclopentoxyl group and 
. cyclohexyloxyl group; aryl groups having 5 to 40 nuclear atoms; amino groups substituted with an aryl group having 5 
to 40 nuclear atoms; ester groups having an aryl group having 5 to 40 nuclear atoms; ester groups having an alkyl 

30 group having 1 to 6 carbon atoms; cyano group; nitro group; and halogen atoms. 

[0045] The organic thin film layers may include a hole transporting layer, and the hole transporting layer may comprise 
the anthracene derivative represented by general formula (1) singly or as a component of a mixture. It is preferable 
that the hole transporting layer comprises the anthracene derivative as the main component. 
[0046] The construction of the device in the organic EL device of the present invention will be explained below. 

35 [0047] Typical examples of the construction of the organic EL device include: 

(1 ) An anode / a light emitting layer / a cathode; 

(2) An anode / a hole injecting layer / a light emitting layer / a cathode; 

(3) An anode / a light emitting layer / an electron injecting layer / a cathode; 

to (4) An anode / a hole injecting layer / a light emitting layer / an electron injecting layer / a cathode; 

(5) An anode / an organic semiconductor layer / a light emitting layer / a cathode; 

(6) An anode / an organic semiconductor layer / an electron barrier jayer / a light emitting layer / a cathode; 

(7) An anode / an organic semiconductor layer / a light emitting layer / an adhesion improving layer / a cathode; 

(8) An anode / a hole injecting layer / a hole transporting layer / a light emitting layer / an electron injecting layer / 
45 a cathode; 

(9) An anode / an insulating layer / a light emitting layer / an insulating layer / a cathode; 

(1 0) An anode / an inorganic semiconductor layer / an insulating layer / a light emitting layer / an insulating layer 
/a cathode; 

(1 1 ) An anode / an organic semiconductor layer / an insulating layer / a light emitting layer / an insulating layer / a 
50 cathode; 

(12) An anode / an insulating layer / a hole injecting layer / a hole transporting layer / a light emitting layer / an 
insulating layer / a cathode; and 

(13) An anode / an insulating layer / a hole injecting layer / a hole transporting layer / a light emitting layer / an 
electron injecting layer / a cathode. 



55 



[0048] Among the above constructions, construction (8) is preferable. However, the construction of the organic EL 
device is not limited to those shown above as the examples. 

[0049] In general, the organic EL device is produced on a substrate which transmits light. The substrate which trans- 
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mits light is the substrate which supports the organic EL device. It is preferable that the substrate which transmits light 
has a transmittance of light of 50% or greater in the visible region of 400 to 700 nm. It is also preferable that a flat and 
smooth substrate is employed. 

[0050] As the substrate which transmits light, for example, glass sheet and synthetic resin sheet are advantageously 
employed. Specific examples of the glass sheet include soda ash glass, glass containing barium and strontium, lead 
glass, aluminosilicate glass, borosilicate glass, barium borosilicate glass and quartz. Specific examples of the synthetic 
resin sheet include sheet made of polycarbonate resins, acrylic resins, polyethylene terephthalate resins, polyether 
sulfide resins and polysulfone resins. 

[0051] As the anode, an electrode made of a material such as a metal, an alloy, a conductive compound and a mixture 
of these materials which has a great work function (4 eV or more) is preferable. Specific examples of the material for 
the anode include metals such as Au and conductive materials such as Cul, ITO (indium tin oxide), Sn0 2 ZnO and In- 
Zn-O. The anode can be prepared by forming a thin film of the electrode material described above in accordance with 
a process such as the vapor deposition process and the sputtering process. When the light emitted from the light 
emitting layer is obtained through the anode, it is preferable that the anode has a transmittance of the emitted light 
greater than 10%. It is also preferable that the sheet resistivity of the anode is several hundred Q/Oor smaller. The 
thickness of the anode is, in general, selected in the range of from 10 nm to 1 u/n and preferably in the range of from 
10 to 200 nm although the preferable range may be different depending on the adopted material. 
[0052] As the cathode, an electrode made of a material such as a metal, an alloy, a conductive compound and a 
mixture of these materials which has a small work function (4 eV or smaller) is employed. Specific examples of the 
material for the cathode include sodium, sodium-potassium alloys, magnesium, lithium, magnesium-silver alloys, alu- 
minum/aluminum oxide, Al/Li 2 0, Al/Li0 2 , A I/Li F, aluminum-lithium alloys, indium and rare earth metals. 
[0053] The cathode can be prepared by forming a thin film of the electrode material described above in accordance 
with a process such as the vapor deposition process and the sputtering process. 

[0054] When the light emitted from the light emitting layer is obtained through the cathode, it is preferable that the 
cathode has a transmittance of the emitted light greater than 1 0 %. It is also preferable that the sheet resistivity of the 
cathode is several hundred QO or smaller. The thickness of the cathode is, in general, selected in the range of from 
10 nm to 1 \im and preferably in the range of from 50 to 200 nm. 

[0055] In the organic EL device of the present invention, it is preferable that a layer of a chalcogenide, a metal halide 
or a metal oxide (this layer may occasionally be referred to as a surface layer) is disposed on the surface of at least 
one of the pair of electrodes prepared as described above. Specifically, it is preferable that a layer of a chalcogenide 
(including an oxide) of a metal such as silicon and aluminum is disposed on the surface of the anode at the side of the 
light emitting layer, and a layer of a metal halide or a metal oxide is disposed on the surface of the cathode at the side 
of the light emitting layer. Due to the above layers, stability in driving can be improved. 

[0056] Preferable examples of the chalcogenide include SiO x (1 ^ x ^ 2), AIO x (1 ^ x ^ 1.5). SiON and SiAION 
Preferable examples of the metal halide include LiF, MgF 2 , CaF 2 and fluorides of rare earth metals. Preferable examples 
of the metal oxide include Cs 2 0, Li 2 0, MgO, SrO, BaO and CaO. 

[0057] In the organic EL device of the present invention, it is preferable that a mixed region of an electron transfer 
compound and a reducing dopant or a mixed region of a hole transfer compound and an oxidizing dopant is disposed 
on the surface of at least one of the pair of electrodes prepared as described above. Due to the mixed region disposed 
as described above, the electron transfer compound is reduced to form an anion, and injection and transportation of 
electrons from the mixed region into the light emitting medium can be facilitated. The hole transfer compound is oxidized 
to form a cation, and injection and transportation of holes from the mixed region into the light emitting medium is 
facilitated. Preferable examples of the oxidizing dopant include various types of Lewis acid and acceptor compounds. 
Preferable examples of the reducing dopant include alkali metals, compounds of alkali metals, alkaline earth metals, 
rare earth metals and compounds of these metals. 

[0058] In the organic EL device of the present invention, the light emitting layer has the following functions: 

(1) The injecting function: the function of injecting holes from the anode or the hole injecting layer and injecting 
electrons from the cathode or the electron injecting layer when an electric field is applied; 

(2) The transporting function: the function of transporting injected charges (electrons and holes) by the force of 
the electric field; and 

(3) The light emitting function: the function of providing the field for recombination of electrons and holes and 
leading the recombination to the emission of light. 

55 [0059] As the process for forming the light emitting layer, a well known process such as the vapor deposition process, 
the spin coating process and the LB process can be employed. It is particularly preferable that the light emitting layer 
is a molecular deposit film. The molecular deposit film is a thin film formed by deposition of a material compound in 
the gas phase or a thin film formed by solidification of a material compound in a solution or in the liquid phase. In 
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general, the molecular deposit film can be distinguished from the thin film formed in accordance with the LB process 
(the molecular accumulation film) based on the differences in the aggregation structure and higher order structures 
and functional differences caused by these structural differences. 

[0060] As disclosed in Japanese Patent Application Laid-Open No. Showa 57(1 982)-51 781 , the light emitting layer 
5 can also be formed by dissolving a binder such as a resin and the material compounds into a solvent to prepare a 
solution, followed by forming a thin film from the prepared solution in accordance with the spin coating process or the 
like. 

[0061] In the present invention, where desired, the light emitting layer may comprise well known light emitting ma- 
terials other than the light emitting material comprising the anthracene derivative of the present invention, or a light 
10 emitting layer comprising other well known light emitting material may be laminated to the light emitting layer comprising 
the light emitting material comprising the anthracene derivative of the present invention as long as the object of the 
present invention is not adversely affected. 

[0062] The hole injecting layer and the hole transporting layer are layers which help injection of holes into the light 
emitting layer and transport the holes to the light emitting region. The layers exhibit a great mobility of holes and, in 

is general, have an ionization energy as small as 5.5 eV or smaller. For the hole injecting layer and the hole transporting 
layer, a material which transports holes to the light emitting layer at a small strength of the electric field is preferable. 
A material which exhibits, for example, a mobility of holes of at least 10' 6 cm 2 A/sec under application of an electric 
field of from 10 4 to 10 6 V/cm is preferable. The anthracene derivative of the present invention is useful as the hole 
transporting material. A material other than the anthracene derivative can be selected from materials which are con- 

20 ventionally employed as the charge transporting material of holes in photoconductive materials and well known mate- 
rials which are employed for the hole injecting layer in organic EL devices. 

[0063] To form the hole injecting layer or the hole transporting layer, a thin film may be formed from the material for 
the hole injecting layer or the hole transporting layer, respectively, in accordance with a well known process such as 
the vacuum vapor deposition process, the spin coating process, the casting process and the LB process. Although the 
25 thickness of the hole injecting layer and the hole transporting layer is not particularly limited, the thickness is usually 
from 5 nm to 5 urn. 

[0064] The electron injection layer and the electron transporting are layers which help injection of electrons into the 
light emitting layer and transports electrons to the light emitting region and exhibit a great mobility of electrons. Among 
the electron injecting layers, an adhesion improving layer is a layer made of a material exhibiting excellent adhesion 
30 with the cathode. As the material for the electron injecting layer, metal complexes of 8-hydroxyquinoline and derivatives 
thereof are preferable. Examples of the metal complex of 8-hydroxyquinoline and derivatives thereof include metal 
chelates of oxinoid compounds including chelates of oxine (in general, 8-quinolinol or 8-hydroxyquinoline). For exam- 
ple, tris(8-quinolinol)aluminum can be employed as the electron injecting material. 

[0065] In general, an organic EL device tends to form defects in pixels due to leak and short circuit since an electric 
35 fjeld is applied to ultra-thin films. To prevent the formation of the defects, a layer of an insulating thin film may be inserted 
between the pair of electrodes. 

[0066] Examples of the material employed for the insulating layer include aluminum oxide, lithium fluoride, lithium 
oxide, cesium fluoride, cesium oxide, magnesium oxide, magnesium fluoride, calcium oxide, calcium fluoride, aluminum 
nitride, titanium oxide, silicon oxide, germanium oxide, silicon nitride, boron nitride, molybdenum oxide, ruthenium 

40 oxide and vanadium oxide. Mixtures and laminates of the above compounds can also be employed. 

[0067] To produce the organic EL device of the present invention, for example, the anode, the light emitting layer 
and, where necessary, the hole injecting layer and the electron injecting layer are formed in accordance with the above 
process using the above materials, and the cathode is formed in the last step. The organic EL device may be produced 
by forming the above layers in the order reverse to that described above, i.e., the cathode being formed in the first 

45 step and the anode in the last step. 

[0068] An embodiment of the process for producing an organic EL device having a construction in which an anode, 
a hole injecting layer, a light emitting layer, an electron injecting layer and a cathode are disposed successively on a 
substrate transmitting light will be described in the following. 

[0069] On a suitable substrate transmitting light, a thin film made of a material for the anode is formed in accordance 
50 with the vapor deposition process or the sputtering process so that the thickness of the formed thin film is 1 u.m or 
smaller and preferably in the range of 10 to 200 nm. The formed thin film is employed as the anode. Then, a hole 
injecting layer is formed on the anode. The hole injecting layer can be formed in accordance with the vacuum vapor 
deposition process, the spin coating process, the casting process or the LB process, as described above. The vacuum 
vapor deposition process is preferable since a uniform film can be easily obtained and the possibility of formation of 
55 pin holes is small. When the hole injecting layer is formed in accordance with the vacuum vapor deposition process, 
in general, it is preferable that the conditions are suitably selected in the following ranges: the temperature of the source 
of the deposition: 50 to 450°C; the vacuum: 10' 7 to 10" 3 Torr; the rate of deposition: 0.01 to 50 nm/second; the tem- 
perature of the substrate: -50 to 300°C and the thickness of the film: 5 nm to 5 urn; although the conditions of the 
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vacuum vapor deposition are different depending on the employed compound (the material for the hole injecting layer) 
and the crystal structure and the recombination structure of the hole injecting layer to be formed. 
[0070] Then, the light emitting layer is formed on the hole injecting layer formed above. Using the light emitting 
material described in the present invention, a thin film of the light emitting material can be formed in accordance with 
the vacuum vapor deposition process, the sputtering process, the spin coating process or the casting process, and 
the formed thin film is employed as the light emitting layer. The vacuum vapor deposition process is preferable because 
a uniform film can be easily obtained and the possibility of formation of pin holes is small. When the light emitting layer 
is formed in accordance with the vacuum vapor deposition process, in general, the conditions of the vacuum vapor 
deposition process can be selected in the same ranges as those described for the vacuum vapor deposition of the 
hole injecting layer although the conditions are different depending on the used compound. It is preferable that the 
thickness is in the range of from 1 0 to 40 nm. 

[0071] An electron injecting layer is formed on the light emitting layer formed above. Similarly to the hole injecting 
layer and the light emitting layer, it is preferable that the electron injecting layer is formed in accordance with the vacuum 
vapor deposition process since a uniform film must be obtained. The conditions of the vacuum vapor deposition can 
be selected in the same ranges as those described for the vacuum vapor deposition of the hole injecting layer and the 
light emitting layer. 

[0072] A cathode is formed on the electron injecting layer formed above in the last step, and an organic EL device 
can be obtained. The cathode is made of a metal and can be formed in accordance with the vacuum vapor deposition 
process or the sputtering process. It is preferable that the vacuum vapor deposition process is employed in order to 
prevent appearance of damages on the lower organic layers during the formation of the film. 

[0073] In the above production of the organic EL device, it is preferable that the above layers from the anode to the 
cathode are formed successively while the production system is kept in a vacuum after being evacuated. 
[0074] The organic EL device which can be produced as described above emits light when a direct voltage of 3 to 
40 V is applied in the condition that the anode is connected to a positive electrode (+) and the cathode is connected 
to a negative electrode (-). When the connection is reversed, no electric current is observed and no light is emitted at 
all. When an alternating voltage is applied to the organic EL device, the uniform light emission is observed only in the 
condition that the polarity of the anode is positive and the polarity of the cathode is negative. When an alternating 
voltage is applied to the organic EL device, any type of wave shape can be employed. 

[0075] The present invention will be described more specifically with reference to examples in the following. However, 
30 the present invention is not limited to the examples. 

Example 1 (Synthesis of a compound AN1) 

(1) Synthesis of 4,5,9,1 0-tetrahydro-2-bromopyrene 
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[0076] Into an autoclave, 195 g of pyrene (available from HIROSHIMA WAKO Co., Ltd.), 1 liter of decaline (available 
from HIROSHIMA WAKO Co., Ltd.) and 78 g of 5% palladium carbon (available from HIROSHIMA WAKO Co., Ltd.) 
were placed, and the reaction was allowed to proceed at 1 60°C for 21 hours under a hydrogen pressure of 70 kg/cm 2 . 
[0077] After the reaction was completed, the catalyst was separated by filtration and washed with 3 liters of chloro- 
form. Then, chloroform was removed under a reduced pressured, and the remaining decaline solution was cooled with 
ice. The formed crystals were separated by filtration, washed with ethanol and dried, thereby obtaining 1 30 g of crystals. 
[0078] The obtained crystals in an amount of 126 g was suspended in 6.3 liters of purified water, and 2 g of ferric 
chloride monohydrate (available from HIROSHIMA WAKO Co., Ltd.) was added to the suspension. Then, an aqueous 
solution obtained from 30 milliliter of bromine and 3 liters of purified water was added dropwise at the room temperature 
over 4 hours. The reaction was then allowed to proceed at the room temperature for 12 hours. 
[0079] The formed crystals were separated by filtration, washed with water and ethanol and dissolved into 3 liters 
of chloroform. The resultant solution was washed with an aqueous solution of sodium hydrogencarbonate and water 
and dried with anhydrous magnesium sulfate, and the solvent was then removed. 

[0080] To the obtained residue, 1 .5 liters of hexane was added. The formed crystals were separated by filtration, 
50 and 71 .5 g of the crystals were obtained. 

[0081] Since m/z=286 and 284 in the field desorption mass analysis (FD-MS) of the obtained compound, which 
corresponded to C 10 H 12 Br=285, the compound was identified to be 4,5,9,10-tetrahydro-2-bromopyrene (the vield- 
41%). 

55 (2) Synthesis of a compound AN1 

[0082] Under the atmosphere of argon, 2 g of 4,5,9, 1 0-tetrahydro-2-bromopyrene obtained in (1) described above 
was dissolved into a mixed solvent of 8 milliliter of anhydrous tetrahydrof uran (THF) and 8 milliliter of anhydrous toluene, 
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and the resultant solution was cooled at -20°C in a dry ice/methanol bath. To the cooled solution, 5 milliliter of a hexane 
solution of n-butyllithium (1 .6 moles/liter; available from HIROSHIMA WAKO Co., Ltd.) was added, and the resultant 
solution was stirred at -20°C for 1 hour. Then, 0.62 g of 9,10-anthraquinone (available from TOKYO KASEI Co., Ltd.) 
was added, and the resultant solution was stirred at the room temperature for 4 hours and left standing at the room 

5 temperature for 1 2 hours. 

[0083] The reaction mixture was deactivated with a saturated aqueous solution of ammonium chloride, and the 
formed solid substance was separated by filtration and washed with methanol. The obtained compound was purified 
in accordance with the column chromatography, and 1 .6 g of a light yellow solid substance was obtained. 
[0084] Since m/z=586 in FD-MS of the obtained compound, which corresponded to 04^34=686, the compound was 

10 identified to be AN1 (the yield: 94%). 

Example 2 (Synthesis of a compound AN2) 

[0085] Under the atmosphere of argon, 2 g of 4,5,9,1 0-tetrahydro-2-bromopyrene obtained in (1 ) of Example 1 de- 
*5 scribed above was dissolved into a mixed solvent of 8 milliliter of anhydrous THF and 8 milliliter of anhydrous toluene, 
and the resultant solution was cooled at -20°C in a dry ice/methanol bath. To the cooled solution, 5 milliliter of a hexane 
solution of n-butyllithium (1.6 moles/liter; available from HIROSHIMA WAKO Co., Ltd.) was added, and the resultant 
solution was stirred at -20°C for 1 hour. Then, 0.8 g of 2-t-butylanthraquinone (available from TOKYO KASEI Co., Ltd.) 
was added, and the resultant solution was stirred at the room temperature for 4 hours and left standing at the room 
20 temperature for 12 hours. 

[0086] The reaction mixture was deactivated with a saturated aqueous solution of ammonium chloride, and the 
formed solid substance was separated by filtration and washed with methanol. The obtained compound was purified 
in accordance with the column chromatography, and 1.8 g of a light yellow solid substance was obtained. 
[0087] Since m/z=642 in FD-MS of the obtained compound, which corresponded to 0^^2=642, the compound was 
25 identified to be AN2 (the yield: 91%). 

Example 3 (Synthesis of a compound AN3) 

(1) Synthesis of 2,6-diphenyl-9,10-anthraquinone 

30 

[0088] Into a 3 liter flask, 130 g of 4-bromophthalic anhydride (available from TOKYO KASEI Co., Ltd.), 243 g of 
sodium carbonate and 1 .3 liters of water were placed, and a solution was prepared by heating up to 60°C. After the 
prepared solution was cooled to the room temperature, 84.5 g of phenylboric acid (available from TOKYO KASEI Co., 
Ltd.) and 3.9 g of palladium acetate (available from TOKYO KASEI Co., Ltd.) were added, and the resultant mixture 

35 was stirred. Then, the reaction was allowed to proceed at the room temperature for 12 hours. 

[0089] After the reaction was completed, the formed crystals were dissolved by adding water and heating. The cat- 
alyst was removed by filtration, and crystals were formed by adding concentrated hydrochloric acid. The formed crystals 
were separated by filtration and washed with water. After extraction with ethyl acetate, the extract was dried with 
anhydrous magnesium sulfate and concentrated to remove the entire volatile components, and 145 g of a solid sub- 

40 stance was obtained. 

[0090] The obtained solid substance was placed into 500 milliliter of acetic anhydride (available from HIROSHIMA 
WAKO Co., Ltd.), and the reaction was allowed to proceed at 80°C for 3 hours. Acetic anhydride was removed under 
a reduced pressure until the entire volatile components were removed, and 135 g of an acid anhydride was obtained. 
[0091] Into 670 milliliter of 1 ,2-dichioroethane, 85.3 g of biphenyl (available from HIROSHIMA WAKO Co., Ltd.) was 
^5 dissolved. To the resultant solution, 1 62.7 g of anhydrous aluminum chloride was added, and the obtained mixture was 
cooled to some degree. 

[0092] To the obtained mixture, 124 g of the acid anhydride obtained above was added carefully so that excessive 
heat generation was prevented. After the reaction was allowed to proceed at 40°C for 2 hours, the reaction mixture 
was poured into ice water, treated by extraction with chloroform, washed with water, dried with anhydrous magnesium 
50 sulfate and concentrated. To the obtained mixture, hexane was added, and formed precipitates were separated by 
filtration. 

[0093] Polyphosphoric acid in an amount of 2 liters was heated at 150°C. The precipitates separated above were 
added to the heated polyphosphoric acid in small portions under stirring, and the resultant mixture was stirred at the 
same temperature for 3 hours. 

55 [0094] The reaction mixture was poured into ice water. The formed crystals were separated by filtration, washed with 
water, dissolved into chloroform, dried with anhydrous magnesium sulfate and purified by a column. 
[0095] After the object fraction was concentrated, hexane was added, and 98.7 g of the formed crystals were sep- 
arated by filtration. 
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[0096] Since m/z=360 in the field desorption mass analysis (FD-MS) of the obtained compound, which corresponded 
to C 26 H 16 O 2 =360, the compound was identified to be 2,6-diphenyl-9,10-anthraquinone (the yield: 48%). 

(2) Synthesis of a compound AN3 



[0097] Under the atmosphere of argon, 2 g of 4,5,9,1 0-tetrahydro-2-bromopyrene obtained in (1 ) of Example 1 de- 
scribed above was dissolved into a mixed solvent of 8 milliliter of anhydrous THF and 8 milliliter of anhydrous toluene, 
and the resultant solution was cooled at -20°C in a dry ice/methanol bath. To the cooled solution, 5 milliliter of a hexane 
solution of n-butyllithium (1 .6 moles/liter; available from HIROSHIMA WAKO Co., Ltd.) was added, and the resultant 
solution was stirred at -20°C for 1 hour. Then, 1 .1 g of 2,6-diphenyl-9,1 0-anthraquinone obtained in (1) described above 
was added, and the resultant solution was stirred at the room temperature for 4 hours and left standing at the room 
tempe ratu re f o r 1 2 ho u rs . 

[0098] The reaction mixture was deactivated with a saturated aqueous solution of ammonium chloride, and the 
formed solid substance was separated by filtration and washed with methanol. The obtained compound was purified 
in accordance with the column chromatography, and 2.0 g of a light yellow solid substance was obtained. 
[0099] Since m/z=738 in FD-MS of the obtained compound, which corresponded to C 58 H 42 =738, the compound was 
identified to be AN3 (the yield: 89%). 

Example 4 (Synthesis of a compound AN 4) 

[0100] Under the atmosphere of argon, 2 g of 4,5,9,1 0-tetrahydro-2-bromopyrene obtained in (1 ) of Example 1 de- 
scribed above was dissolved into a mixed solvent of 8 milliliter of anhydrous THF and 8 milliliter of anhydrous toluene 
and the resultant solution was cooled at -20°C in a dry ice/methanol bath. To the cooled solution, 5 milliliter of a hexane 
solution of n-butyllithium (1.6 moles/liter; available from HIROSHIMA WAKO Co., Ltd.) was added, and the resultant 
solution was stirred at -20°C for 1 hour. Then, 1 .2 g of bianthrone was added, and the resultant solution was stirred at 
the room temperature for 4 hours and left standing at the room temperature for 12 hours. 

[0101] The reaction mixture was deactivated with a saturated aqueous solution of ammonium chloride, and the 
formed solid substance was separated by filtration and washed with methanol. The obtained compound was purified 
in accordance with the column chromatography, and 2.2 g of a light yellow solid substance was obtained. 
[0102] Since m/z=763 in FD-MS of the obtained compound, which corresponded to 0^42=762, the compound was 
identified to be AN 4 (the yield: 92%). 

Example 5 (Synthesis of a compound AN5) 

(1) Synthesis of 9,9'-dimethyl-2-bromofluorene 



[0103] Under the atmosphere of argon, 28 g of 35% potassium hydride (available from HIROSHIMA WAKO Co., 
Ltd.) was added to 300 milliliter of anhydrous THF, and then 16 g of fluorenone was added. Thereafter 20 g of io- 
domethane (available from HIROSHIMA WAKO Co., Ltd.) was added, and the reaction was allowed to proceed at the 
refluxing temperature for 72 hours. 

[0104] To the obtained reaction mixture, water was added, and then dilute hydrochloric acid was added. The resultant 
mixture was treated by extraction with chloroform, and the obtained extract was dried with anhydrous magnesium 
sulfate. The solvent was removed under a reduced pressure, and the formed solid substance was separated by filtration 
and washed with methanol. 

[0105] The solid substance obtained above in an amount of 5 g was suspended into 300 milliliter of purified water 
and 0.1 g of ferric chloride monohydrate (available from HIROSHIMA WAKO Co., Ltd.) was added to the resultant 
suspension. Then, an aqueous solution obtained from 1 milliliter of bromine and 100 milliliter of purified water was 
added dropwise at the room temperature over 1 hour, and the reaction was allowed to proceed at the room temperature 
for 12 hours. 

[0106] After the formed crystals were separated by filtration, washed with water and methanol and dissolved into 
200 milliliter of chloroform, the resultant solution was washed with an aqueous solution of sodium hydrogencarbonate 
and water and dried with anhydrous magnesium sulfate, and the solvent was removed by distillation. 
[0107] After 1 00 milliliter of hexane was added to the resultant mixture, the formed crystals were separated by filtra- 
tion, and 5.4 g of the crystals were obtained. 

[0108] Since m/z=277 and 275 in FD-MS of the obtained compound, which corresponded to C 15 H 16 Br=276, the 
compound was identified to be 9,9 , -dimethyl-2-bromofluorene (the yield: 20%). 
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(2) Synthesis of a compound AN5 

[0109] Under the atmosphere of argon, 1 .9 g of 9.9'-dimethyl-2-bromofluorene obtained in (1) described above was 
dissolved into a mixed solvent of 8 milliliter of anhydrous THF and 8 milliliter of anhydrous toluene, and the resultant 
5 solution was cooled at -20°C in a dry ice/methanol bath. To the cooled solution, 5 milliliter of a hexane solution of n- 
butyllithium (1.6 moles/liter; available from HIROSHIMA WAKO Co., Ltd.) was added, and the resultant solution was 
stirred at -20°C for 1 hour. Then, 1 .4 g of anthraquinone was added, and the resultant solution was stirred at the room 
temperature for 4 hours and left standing at the room temperature for 12 hours. 

[0110] The reaction mixture was deactivated with a saturated aqueous solution of ammonium chloride, and the 

10 formed solid substance was separated by filtration and washed with methanol. 

[0111] Then, 2.5 g of 2-bromoterpheny! was dissolved into a mixed solvent of 8 milliliter of anhydrous THF and 8 
milliliter of anhydrous toluene, and the resultant solution was cooled at -20°C in a dry ice/methanol bath. To the cooled 
solution, 5 milliliter of a hexane solution of n-butyllithium (1 .6 moles/liter; available from HIROSHIMA WAKO Co., Ltd.) 
was added, and the resultant solution was stirred at -20°C for 1 hour. Then, the solid substance washed with methanol 

15 in the above was added after being dried, and the resultant mixture was stirred at the room temperature for 4 hours 
and left standing at the room temperature for 12 hours. 

[01 12] The reaction mixture was deactivated with a saturated aqueous solution of ammonium chloride, and a formed 
solid substance was separated by filtration and washed with methanol. The obtained compound was purified in ac- 
cordance with the column chromatography, and 1.1 g of a light yellow solid substance was obtained. 
20 [0113] Since m/z=598 in FD-MS of the obtained compound, which corresponded to C 47 H34=598, the compound was 
identified to be AN5 (the yield: 27%). - . - 

Example 6 (Synthesis of a compound AN 7) 

25 [0114] Under the atmosphere of argon, a small amount of a solution prepared by dissolving 5 g of 2-bromobiphenyl 
(available from LANCASTER Company) into 50 milliliter of anhydrous THF was added dropwise to 0.6 g of magnesium. 
After 0.1 g of iodine was added, the resultant mixture was heated. When the reaction started, the entire amount of the 
remaining solution was added dropwise at 55 to 60°C, and the mixture was stirred at 50 to 55°C for 2 hours. 
[0115] Under the atmosphere of argon, 6 g of 2-bromofluorenone was dissolved into 50 milliliter of THF. To the 

30 obtained solution, 0.2 g of bis(triphenylphosphine)paliadium(ll) chloride (available from ALDRICH Company) and 0.6 
milliliter of a 1 M toluene solution of diisobutylaluminum hydride (available from ALDRICH Company) were added. After 
the resultant solution was stirred, the Grignard reagent prepared above was added dropwise over 10 minutes, and the 
reaction was allowed to proceed at 65°C for one night. 

[0116] After the reaction was completed, THF was removed by distillation, and the formed crystals were separated 
35 by filtration. The crystals were recrystallized from toluene, and 4.9 g of a light yellow powder was obtained. 

[0117] Under the atmosphere of argon, 4 g of the light yellow powder obtained above was dissolved into a mixed 
solvent of 8 milliliter of anhydrous THF and 8 milliliter of anhydrous toluene, and the resultant solution was cooled at 
-20°C in a dry ice/methanol bath. To the cooled solution, 10 milliliter of a hexane solution of n-butyllithium (1 .6 moles/ 
liter; available from HIROSHIMA WAKO Co., Ltd.) was added, and the resultant solution was stirred at -20°C for 1 
40 hour. Then, 1 .0 g of 9,1 0-anthraquinone was added, and the resultant solution was stirred at the room temperature for 
4 hours and left standing at the room temperature for 1 2 hours. 

[0118] The reaction mixture was deactivated with a saturated aqueous solution of ammonium chloride, and the 
formed solid substance was separated by filtration and washed with methanol. 

[0119] Then, 2.1 g of 2-bromonaphthalene was dissolved into a mixed solvent of 8 milliliter of anhydrous THF and 
45 8 milliliter of anhydrous toluene, and the resultant solution was cooled at -20°C in a dry ice/methanol bath. To the 
cooled solution, 10 milliliter of a hexane solution of n-butyllithium (1 .6 moles/liter; available from HIROSHIMA WAKO 
Co., Ltd.) was added, and the resultant solution was stirred at -20°C for 1 hour. Then, the solid substance washed with 
methanol in the above was added after being dried, and the resultant solution was stirred at the room temperature for 
4 hours and left standing at the room temperature for 1 2 hours. 
50 [0120] The reaction mixture was deactivated with a saturated aqueous solution of ammonium chloride, and the 
formed solid substance was separated by filtration and washed with methanol. The obtained compound was purified 
in accordance with the column chromatography, and 1.1 g of a light yellow solid substance was obtained. 
[0121] Since m/z=61 8 in FD-MS of the obtained compound, which corresponded to C 49 H 30 =61 8, the compound was 
identified to be AN 7 (the yield: 37%). 

55 

Example 7 (Synthesis of a compound AN11) 

[0122] Under the atmosphere of argon, a small amount of a solution prepared by dissolving 25 g of 2-bromobiphenyl 
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(available from LANCASTER Company) into 50 milliliter of anhydrous THF was added dropwise to 3 g of magnesium 
After 0.1 g of iodine was added, the resultant mixture was heated. When the reaction started, the entire amount of the 
remaining solution was added dropwise at 55 to 60°C, and the mixture was stirred at 50 to 55°C for 2 hours. 
[0123J Underthe atmosphere of argon, 11 .5 g of cyclohexanone was dissolved into 50 milliliter of THF. To the obtained 
5 solution, 0.2 g of bis(triphenylphosphine)palladium(ll) chloride (available from ALDRICH Company) and 3 milliliter of 
a 1 M toluene solution of diisobutylaluminum hydride (available from ALDRICH Company) were added. After the re- 
sultant solution was stirred, the Grignard reagent prepared above was added dropwise over 10 minutes, and the re- 
action was allowed to proceed at 65°C for one night. 

[0124] After the reaction was completed, THF was removed by distillation, and the formed crystals were separated 
10 by filtration. The crystals were recrystallized from toluene, and 1 3 g of a white powder was obtained. 

[0125] The white powder obtained above in an amount of 10 g was suspended into 500 milliliter of purified water 
and 0.1 g of ferric chloride monohydrate (available from HIROSHIMA WAKO Co., Ltd.) was added to the resultant 
suspension. Then, an aqueous solution obtained from 2.5 milliliter of bromine and 200 milliliter of purified water was 
added dropwise at the room temperature over 1 hour, and the reaction was allowed to proceed at the room temperature 
15 for 12 hours. 

[0126] After the formed crystals were separated by filtration, washed with water and methanol and dissolved into 
500 milliliter of chloroform, the resultant solution was washed with an aqueous solution of sodium hydrogen- carbonate 
and water and dried with anhydrous magnesium sulfate, and the solvent was removed by distillation. 
[0127] After hexane was added to the resultant mixture, the formed crystals were separated by filtration, and 1 0 g 
20 of a powder was obtained. 

[0128] Under the atmosphere of argon, 5 g of the powder obtained above was dissolved into a mixed solvent of 8 
milliliter of anhydrous THF and 8 milliliter of anhydrous toluene, and the resultant solution was cooled at -20°C in a dry 
ice/methanol bath. To the cooled solution, 12 milliliter of a hexane solution of n-butyllithium (1 .6 moles/liter; available 
from HIROSHIMA WAKO Co., Ltd.) was added, and the resultant solution was stirred at -20°C for 1 hour. Then, 1 .2 g 
of 9,10-anthraquinone was added, and the resultant solution was stirred at the room temperature for 4 hours and left 
standing at the room temperature for 12 hours. 

[0129] The reaction mixture was deactivated with a saturated aqueous solution of ammonium chloride, and the 
formed solid substance was separated by filtration and washed with methanol. The obtained compound was purified 
in accordance with the column chromatography, and 2.4 g of a light yellow solid substance was obtained. 
[0130] Since m/z=642 in FD-MS of the obtained compound, which corresponded to C 50 H 42 =642, the compound was 
identified to be AN 11 (the yield: 65%). 

Example 8 (Production of an organic EL device) 

[0131] A glass substrate (available from GEOMATEC Company) of 25 mm x 75 mm x 1 .1 mm thickness having an 
ITO transparent electrode was cleaned by application of ultrasonic wave in isopropyl alcohol for 5 minutes and then 
by exposure to ozone generated by ultraviolet light for 30 minutes. The glass substrate having the transparent electrode 
lines which had been cleaned was attached to a substrate holder of a vacuum vapor deposition apparatus. On the 
surface of the cleaned substrate at the side having the transparent electrode, a film of N,N'-bis(N,N , -diphenyl-4-ami- 
nophenyl)-N,N-diphenyl-4,4'-diamino-1 ,1 '-biphenyl shown below (referred to as a film of TPD232, hereinafter) having 
a thickness of 60 nm was formed in a manner such that the formed film covered the transparent electrode. The formed 
film of TPD232 worked as the hole injecting layer. On the formed film of TPD232, a film of N,N,N\N'-tetra (4-biphenyl) 
diaminobiphenylene shown below (referred to as a film of TBDB, hereinafter) having a thickness of 20 nm was formed. 
The formed film of TBDB worked as the hole transporting layer. On the formed film of TBDB, a film of AN1 as the light 
emitting material having a thickness of 40 nm was formed by vapor deposition. At the same time, an amine compound 
D1 having styryl group which is shown below was vapor deposited as the light emitting material in an amount such 
that the relative amounts by weight of AN1 :D1 was 40:2. The formed film worked as the light emitting layer. On the 
film formed above, a film of Alq shown below having a thickness of 1 0 nm was formed. The film of Alq worked as the 
electron injecting layer. Thereafter, Li (the source of lithium: available from SAES GETTERS Company) as the reducing 
dopant and Alq were binary vapor deposited, and an Alq:Li film (the thickness: 10 nm) was formed as the electron 
injecting layer (cathode). On the formed Alq:Li film, metallic aluminum was vapor deposited to form a metal cathode, 
and an organic EL device was produced. 

[0132] Using the obtained organic EL device, the efficiency of light emission was measured under application of an 
electric current with a current density of 10mA/cm2. After the device was stored at 120°C for 500 hours, the condition 
of the light emitting surface under application of the electric current was observed. The results are shown in Table 1 . 
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Example 9 (Production of an organic EL device) 

[0133] An organic EL device was produced, the efficiency of light emission was measured, and the condition of the 
light emitting surface was observed in accordance with the same procedures as those conducted in Example 8 except 
40 that AN2 was used in place of AN 1 . The results are shown in Table 1 . 

Example 10 (Production of an organic EL device) 

[0134] An organic EL device was produced, the efficiency of light emission was measured, and the condition of the 
45 light emitting surface was observed in accordance with the same procedures as those conducted in Example 8 except 
that AN3 was used in place of AN 1 . The results are shown in Table 1 . 

Example 11 (Production of an organic EL device) 

50 [0135] An organic EL device was produced, the efficiency of light emission was measured, and the condition of the 
light emitting surface was observed in accordance with the same procedures as those conducted in Example 8 except 
that AN4 was used in place of AN 1 . The results are shown in Table 1 . 

Example 12 (Production of an organic EL device) 

55 

[0136] An organic EL device was produced, the efficiency of light emission was measured, and the condition of the 
light emitting surface was observed in accordance with the same procedures as those conducted in Example 8 except 
that AN5 was used in place of AN1 . The results are shown in Table 1 . 
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Example 13 (Production of an organic EL device) 

[0137] An organic EL device was produced, the efficiency of light emission was measured, and the condition of the 
light emitting surface was observed in accordance with the same procedures as those conducted in Example 8 except 
that AN7 was used in place of AN1 . The results are shown in Table 1 . 



Example 14 (Production of an organic EL device) 

[0138] An organic EL device was produced, the efficiency of light emission was measured, and the condition of the 
light emitting surface was observed in accordance with the same procedures as those conducted in Example 8 except 
that AN11 was used in place of AN1 . The results are shown in Table 1 . 



Comparative Example 1 (Production of an organic EL device) 



15 



[0139] An organic EL device was produced, the efficiency of light emission was measured, and the condition of the 
light emitting surface was observed in accordance with the same procedures as those conducted in Example 8 except 
that an1 shown below was used in place of AN1 . The results are shown in Table 1 . 
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Comparative Example 2 (Production of an organic EL device) 



[0140] An organic EL device was produced, the efficiency of light emission was measured, and the condition of the 
light omitting surface was observed in accordance with the same procedures as those conducted in Example 8 except 
35 that an2 expressed by the formula shown below was used in place of AN1 . The results are shown in Table 1 . 
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Comparative Example 3 (Production of an organic EL device) 

[01 41] An organic EL device was produced, the efficiency of light emission was measured, and the condition of the 
light emitting surface was observed in accordance with the same procedures as those conducted in Example 8 except 
that an3 shown below was used in place of AN1 . The results are shown in Table 1 . 
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Comparative Example 4 (Production of an organic EL device) 

[0142] An organic EL device was produced, the efficiency of light emission was measured, and the condition of the 
light emitting surface was observed in accordance with the same procedures as those conducted in Example 8 except 
that an4 shown below was used in place of AN1 . The results are shown in Table 1 . 
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Comparative Example 5 (Production of an organic EL device) 

[0143] An organic EL device was produced, the efficiency of light emission was measured, and the condition of the 
light emitting surface was observed in accordance with the same procedures as those conducted in Example 8 except 
that an5 shown below was used in place of AN1 . The results are shown in Table 1 . 

[01 44] During the vapor deposition of an5, the temperature of the vapor deposition boat was elevated to a temperature 
of 400°C or higher, and the vapor deposition of an5 proceeded while thermal decomposition took place. This phenom- 
enon was estimated based on the peaks of low molecular weight substances observed in accordance with the mass 
analysis using an apparatus disposed at the inside of the vacuum chamber. 

[0145] The obtained organic EL device did not emit blue light but whitish blue light due to the effect of the contami- 
nation with impurities formed by the decomposition. 
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Table 1 
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Compounds of light 


Efficiency of light emission 


Situation of light emitting 




emitting layer 


(cd/A) 


surface after storage at 








120°Cfor500 hours 


Example 8 


AN1/D1 


9.7 


blue uniform light emission 


Example 9 


AN2/D1 


11.0 


blue uniform light emission 


Example 1 0 


AN3/D1 


10.1 


blue uniform light emission 


Example 11 


AN4/D1 


10.5 


blue uniform light emission 


Example 12 


AN5/D1 


9.6 


blue uniform light emission 


Example 13 


AN7/D1 


10.2 


blue uniform light emission 


Example 14 


AN11/D1 


10.7 


blue uniform light emission 


Comparative Example 1 


an1/D1 


9.0 


appearance of bright spots 








due to crystal defects 


Comparative Example 2 


an2/D1 


8.8 


appearance of bright spots 








due to crystal defects 


Comparative Example 3 


an3/D1 


9.8 


appearance of bright spots 








due to crystal defects 


Comparative Example 4 


an4/D1 


9.0 


appearance of bright spots 








due to crystal defects 


Comparative Example 5 


an5/D1 


8.2 


whitish blue light emission 



[0146] As shown in Table 1 , the organic EL devices of Examples 8 to 14 exhibited more excellent efficiencies of light 
emission than those of the devices of Comparative Examples 1 to 5, and uniform blue light could emit even when the 
devices had been driven for a long time at high temperatures. 

[0147] In contrast, the crystallization took place in an1 to an3 used in Comparative Examples 1 to 3 since these 
compounds were highly symmetric. 

[0148] Although a substituent was introduced Into the anthracene ring of an4 used in Comparative Example 4 and 
the symmetry was relatively low, the decrease in the symmetry was insufficient, and the crystallization took place. It 
was made clear that a substituent having at least 4 carbon atoms was necessary for preventing the crystallization. 
[0149] Since an5 used in Comparative Example 5 had spirofluorene group which was a bulky substituent, the crys- 
tallization could be prevented although the compound was highly symmetric. However, the temperature of vapor dep- 
osition of this anthracene derivative having the bulky substituent at two positions was elevated, and thermal decom- 
position took place. Therefore, the anthracene derivative having spirofluorenyl group at two positions was not suitable 
at least for an organic EL device produced in accordance with the vapor deposition process. 

[01 50] Although AN 7 used in Example 1 3 had spirofluorenyl group having a great molecular weight, the spirofluorenyl 
group was introduced into a single position alone. No thermal decomposition took place unlike the case of Comparative 
Example 5, and the vapor deposition could be conducted at a temperature of 400°C or lower. Therefore, the uniform 
emission of blue light was achieved, and the efficiency of light emission was greater than that of Comparative Example 5. 
[0151] Although AN 11 used in Example 14 had the spiro skeleton structure, the structure had a molecular weight 
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smaller than that of spirofluorenyl group. The thermal decomposition did not take place unlike the case of Comparative 
Example 5 even though the compound had the substituent having the spiro skeleton structure at two positions, and 
the vapor deposition could be conducted at a temperature of 400°C or lower. Therefore, the uniform emission of blue 
light was achieved, and the efficiency of light emission was greater than that of Comparative Example 5. 

5 

Example 15 

[0152] An organic EL device was produced, the efficiency of light emission was measured, and the condition of the 
light emitting surface was observed in accordance with the same procedures as those conducted in Example 8 except 
io that 02 shown below was used as the light emitting material in place of D1 . 

[0153] Although the efficiency of light emission was 5.0 cd/A, pure blue light was emitted. Uniform light emission was 
kept at the light emitting surface after storage at 120°C for 500 hours. 



15 



20 




25 INDUSTRIAL APPLICABILITY 

[01 54] As described above in detail, the organic EL device utilizing the anthracene derivative of the present invention 
exhibits a great efficiency of light emission, enables uniform light emission even after the device is driven at a high 
temperature for a long time and is advantageously used as the device which can be used at high temperatures. 
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Claims 

1 . An anthracene derivative represented by following general formula (1 ): 




(1) 



wherein 

Ar represents a substituted or unsubstituted group represented by following general formula (2): 
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(2) 



in general formula (2), L 1 and L 2 each representing a substituted or unsubstituted linking group which forms 
a cyclic structure, and at least one of the groups represented by L 1 and L 2 being present, 
Ar* represents a substituted or unsubstituted aryl group having 6 to 50 nuclear carbon atoms 
X represents a substituted or unsubstituted alkyl group having 1 to 50 carbon atoms, a substituted or unsub- 
stituted alkoxyl group having 1 to 50 carbon atoms, a substituted or unsubstituted cycloalkyl group having 5 
to 50 carbon atoms, a substituted or unsubstituted aralkyl group having 6 to 60 carbon atoms, a substituted 
or unsubstituted aryl group having 6 to 50 nuclear carbon atoms, a substituted or unsubstituted aromatic 
heterocyclic group having 5 to 50 nuclear atoms, a substituted or unsubstituted aryloxyl group having 5 to 50 
nuclear atoms or a substituted or unsubstituted arylthio group having 5 to 50 nuclear atoms 
a and b each represent an integer of 0 to 4 and when a plurality of groups represented by X are present they 
may be the same with or different from each other, and 

n represents an integer of 1 to 3 and, when n represents 2 or 3, a plurality of groups represented by 
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may be a same with or different from each other; 
with proviso that 

when Ar represents a group represented by a following general formula (3): 
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(3) 



wherein Ri and R* each represent hydrogen atom, a substituted or unsubstituted alkyl group having 1 to 6 carbon 
atoms, a substituted or unsubstituted alkoxyl group having 1 to 6 carbon atoms or a substituted or unsubstituted 
phenyl group, 
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(i) Ar* represents an aryl group represented by following general formula (4): 



5 




10 wherein Y represents a substituted or unsubstituted aromatic condensed cyclic residue group having 10 or 

more nuclear atoms or a substituted or unsubstituted aromatic non-condensed cyclic residue group having 12 
or more nuclear atoms, R represents a substituted or unsubstituted alkyl group having 1 to 50 carbon atoms, 
a substituted or unsubstituted alkoxyl group having 1 to 50 carbon atoms, a substituted or unsubstituted aryl 
group having 6 to 50 nuclear carbon atoms, a substituted or unsubstituted aromatic heterocyclic group having 

15 5 to 50 nuclear atoms, a substituted or unsubstituted aryloxyl group having 5 to 50 nuclear atoms or a substi- 

tuted or unsubstituted arylthio group having 5 to 50 nuclear atoms, and m represents an integer of 0 to 4, or 
(ii) at least one of a and b does not represent 0, and X represents a substituted or unsubstituted alkyl group 
having 4 to 50 carbon atoms, a substituted or unsubstituted alkoxyl group having 4 to 50 carbon atoms, a 
substituted or unsubstituted cycloalkyl group having 5 to 50 carbon atoms, a substituted or unsubstituted 
20 aralkyl group having 6 to 60 carbon atoms, a substituted or unsubstituted aryl group having 10 to 50 nuclear 

carbon atoms, a substituted or unsubstituted aromatic heterocyclic group having 10 to 50 nuclear atoms, a 
substituted or unsubstituted aryloxyl group having 5 to 50 nuclear atoms or a substituted or unsubstituted 
arylthio group having 5 to 50 nuclear atoms, and 

when Ar represents a group represented by a following general formula (3'): 

25 
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wherein R 1 and R 2 are as defined above, Ar* represents an aryl group represented by the foregoing general 
formula (4). 

40 

2. An anthracene derivative according to Claim 1 , which is a light emitting material for organic electroluminescence 
devices. 

3. An anthracene derivative according to Claim 1 , which is a hole transporting material for organic electrolumines- 
45 cence devices. 

4. An organic electroluminescence device which comprises a cathode, an anode and one or more organic thin film 
layer comprising at least one layer including a light emitting layer and sandwiched between the cathode and the 
anode, wherein at least one layer in the organic thin film layers comprises an anthracene derivative represented 

50 by general formula (1) described in Claim 1 singly or as a component of a mixture. 

5. An organic electroluminescence device according to Claim 4, wherein said light emitting layer comprises the an- 
thracene derivative represented by general formula (1). 

6. An organic electroluminescence device according to Claim 4, wherein said light emitting layer comprises the an- 
thracene derivative represented by general formula (1) as a main component. 

7. An organic electroluminescence device according to Claim 4, wherein said light emitting layer further comprises 
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an arylamine compound. 

8. An organic electroluminescence device according to Claim 4, wherein said light emitting layer further comprises 
a styrylamine compound. 

9. An organic electroluminescence device according to Claim 4, wherein said organic thin film layers comprise a hole 
transporting layer, and the hole transporting layer comprises the anthracene derivative represented by general 
formula (1 ) described in Claim 1 singly or as a component of a mixture. 

10. An organic electroluminescence device according to Claim 9, wherein the hole transporting layer comprises the 
anthracene derivative represented by general formula (1 ) as a main component. 
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Among the anthracene derivatives of claims 1-3, only anthracene 
derivatives wherein L 1 and L 2 are each optionally substituted methylene 
or ethylene (hereinafter referred to as "disclosed compounds") are so 
concretely disclosed in the description as to permit the practical 
production and use thereof. 

Since the crystallinity and vapor deposition properties of such an 
anthracene derivative depend greatly on the size, the stereostructure, 
the kind and presence of functional groups, and the physical properties 
(such as polarity) , it is not presumed that anthracene derivatives other 
than the disclosed compounds exhibit crystallinity, vapor deposition 
properties, luminous efficiency and uniformity of li,ght outputs 
equivalent to those of the disclosed compounds. 

Further, claims 1-3 include anthracene derivatives, the means of 
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Thus, anthracene derivatives of claims 1-3 other than the disclosed 
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The same applies to organic EL devices containing anthracene 
derivatives of claims 1-3 other than the disclosed compounds (claims 



Claims 1-10 include embodiments inadequately supported by the 
description and such embodiments cannot be properly examined for 
relevance to prior art (particularly inventive step) . 

Therefore, this international search report covers only the disclosed 
compounds and organic EL devices containing the same. 
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